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(54) Ethylene copolymer rubber composition and process for its preparation 



(57) Disclosed is an ethylene-a-olefin-nonconju- 
gated polyene random copolymer which is a random 
copolymer of (a) ethylene. (2) an a-oiefin of 3 or more 
carbon atoms and (c) a nonconjugated polyene contain- 
ing, in one molecule, one carbon-to-carbon double bond 
polymerizable by a metallocene catalyst among carbon- 
to-carbon double bonds, and has such properties that (0 
the copolymer contains (aj units derived from ethylene 
and (b) units derived from the a-olefin of 3 or more car- 
bon atoms in a molar ratio of 40/60 to 95/5 ((a)/(b)), (ii) 
the iodine value is in the range of 1 to 50. (iii) the intrinsic 
viscosity (n), as measured in decaiin at 135 °C. is in the 
range of 0. 1 to 8.0 dl/g. and (iv) the ratio gri* of the intrin- 
sic viscosity ft) of the copolymer defined above to the 
intrinsic viscosity Oi)biank of a linear ethylene-propylene 
copolymer having the same weight-average molecular 
weight (measured by light scattering method) as the eth- 
ylene-a-defin-nonconjugated polyene random copoly- 
mer and having an ethylene content of 70 % by mol, 
OrMnJuank. »s in the range of 0.2 to 0.9 or the ratio g' of 
the intrinsic viscosity (x\) of said random copolymer 
defined above to the intrinsic viscosity (nJwank* °* a linear 
ethylene-propylene copolymer having and ethylene con- 
tent of 70 % by mol which isdeter mined by measurement 
of gel permeation chromatography (GPC) of ethyl ene-a- 
olefin-noncorqugated polyene random copolymer in 
orthodichlorobenzene at 140 °C. (n)/(n)bianic. * in the 
reange of 0.2 to 0.9. Also disclosed ar a process for 



preparing the random copolymer and a vulcanizable rub- 
ber composition containing the random copolymer Th 
ethylene-a-oiefin-nonconjugated. polyene random 
copolymer and the rubber composition are excellent in 
weathering resistance, ozone resistance, mechanical 
strength and processability. 
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Description 

FIELD OF THE INVENTION 
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r^rin^hf T t0 " e Wene-a-defin-norKx>njugated polyene random copolymer, a process for pre- 
paring the random copolymer and a vulcanizable rubber composition containing the random ^polymer More oarfcularl v 
the-nventon relates to an ethylene-a-olefin-nonconjugated polyene random 'copolymer £2Z£S2S& 
mechancal propert.es a process for preparing the random copolymer and a vulcanizable rubber composS?SS 
•n mechanical strength, weathering resistance and ozone resistance as well as in processabTrty 



BACKGROUND OF THE INVFNT|nN 



T5 



20 



25 



30 



35 



Becauseof their excellent weathering resistance, ozone resistance and heat aging characteristics, ethylene-a-olefin 

such as an ethylene-propylene-polyene terpolymer (EPDM) have been heretofore widelyused as automobile materials 
eiectncal wire materials, building and civil engineering materials and industrial materials automot),le mater,al5 ' 

aooT^^^I!^^^^^ rand ° m used *» ^ch applications are desired to have 

good moldabilrty. high vulcanizing rate and high vulcanization strength. 

Of the ethylene copolymer rubbers, an emylene-propylene-ethylidenenorbornene (ENB) copolymer rubber is known 

An ethylene^propyfene-dicyclopentadiene copolymer rubber is known as a copolymer rubber of excellent extrusion 
moldabilrty. but this copolymer is low in the vulcanizing rate, and its vulcanization strength is not high 

. ^ rth «f 'masons now desired aretheadvents of an ethylene-^lefin-nonconjugated polyene random copolymer 

c^^T^T * ^r^"^ in P rocessabi,i, y- «*»-i*o rate arxt mechanical strength suSvut 
canizaton strength and a process for preparing said random copolymer rubber 

nonc^^ZT^, 068 88 SI? 80 *" 1 ^ thS Pr6Sent invent0re have eamesB * *«■«* ethylene-a-olefin- 
nonconjugated polyene random copolymers, rubber compositions and processes for preparing the ethylene copolymer 
rubbers. As a result, they have found that an ethylenes in-nonconjugated polyene n^ipoJSSSJK 
cha,n bran* in >te molecute and having such properties that (i) the copolymer contains (a) vriSSSZ Serene 
and (b) unrte denved from the a-olefin of 3 or more carbon atoms in a molar ratio of 40/60 to 95/5 [(aJ/foT] ffl ttiVfcSSe 

£ u «nJ B n to f • (h '° ?• intrinsic viscosity {n) is in * e ran9e * 01 to 80 d "* «■ ^9?5hSS 

L^^i ^ V8lUe 18 001 hi9hef tha " a9 ' ^ a vulcanizable rubber a>mposrtion containing i* 

ElS te ^ e i bove - men «°ned excellent characteristics The present inventors haTalso found that thfe 

random copolymer can be efficiently prepared by the use of a catalyst containing a specific metallocene coroound 
Based on these findings, the present invention has been accomplished. meiai.ocene compound. 

OBJECT OF THF INVFMTIOM 

It is an object of the present invention to provide an ethylene-o-olef in-nonconiugated polyene random cooolvmer 

45 SUMMARY OF THE INVENTION 

sis zssssssz* * a ~» ^ ^ 

(Qftecopolyrorco^ (b) units derived from the a-olefin of 3 or more carbon 

atoms in a molar ratio of 40/60 to 95/5 [(a)/(b)]. ^ "««caraan 

(ii) the iodine value is in the range of 1 to 50. 

(iii) the intrinsic viscosity ft), as measured in decalin at 135 °C. is in the range of 0. 1 to 8 0 dl/o and 
rv)therat.ogn* of the intrinsic viscosity (nj of th copolymer defined above to the intrinsic viscosity (n)« .of a 
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The .ethylene-a-olef in-nonconjugated polyene copolymer according to the present invention can be specif ied 
by g' valueinstead of fiv) gri * value. That is, in the copolymer of the present invention, 

(iv) the ratio g' of the intrinsic viscosity (ti) of said random copolymer defined above to the intrinsic viscosity to^ar*- 
calculated as a linear ethylene-propylene copolymer having an ethylene content of 70 % by mol which is determined 
5 by measurement of gel permeation chromatography (GPC) of ethylene-a-olefin-nonconjugated polyene random 
copolymer in orthodichorobenzene at 140 °C. Oti/foJuank'. is in the range of 0.2 to 0.9. 

The process for preparing an ethylene-a-olef in-nonconjugated polyene random copolymer according to the present 
invention is a process in which the above-mentioned ethylene-a-olefin-nonconjugated polyene random copolymer is 
10 prepared using a metallocene catalyst containing a metallocene compound represented by the following formula (I): 



x! x 2 



20 




25 

wherein M is a transition metal of Group IVB of the periodic table. 
R 1 is a hydrocarbon group of 1 to 6 carbon atoms. 

R 2 , R 4 . R 5 and R 6 may be the same as or different from each other, and are each hydrogen, a halogen atom or 
a hydrocarbon group of 1 to 6 carbon atoms, 
30 R 3 is an aryl group of 6 to 16 carbon atoms which may be substituted with a halogen atom, a hydrocarbon group 

of 1 to 20 carbon atoms or an organosilyl group, 

X 1 and X 2 may be the same as or different from each other, and are each hydrogen, a halogen atom, a hydrocarbon 
group of 1 to 20 carbon atoms, a halogenated hydrocarbon group of 1 to 20 carbon atoms, an oxygen-containing group 
or a sulfur-containing group, and 
35 Y is a divalent hydrocarbon group of 1 to 20 carbon atoms, a divalent halogenated hydrocarbon group of 1 to 20 

carbon atoms, a divalent silicon-containing group, a divalent tin-containing group, a divalent germanium-containing 
group, : 0-, -CO-. -S-. -SO. -SOs-. -NR\ -P(R 7 )-, -P(0)(R 7 )-, -BR 7 - or -AIR 7 - (R 7 is hydrogen, a halogen atom, a hydr* 
carbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms). 

The vulcanizable rubber composition according to the present invention contains the above-mentioned ethylene-a- 
40 olef in-noriconjugated polyene random copolymer. 

The vulcanizaWe rubber composition of the invention may further contain other components than the ethylene-a- 
olefin-nonconjugated polyene random copolymer. For example, the rubber composition can contain a reinforcing agent 
and/or an inorganic filler in an amount of 10 to 200 parts by weight and a softening agent in an amount of 10 to 200 
parts by weight, based on 100 parts by weight of the ethylene-a-olef in-nonconjugated polyene random copolymer. 
45 The vulcanized rubber according to the present invention is obtained by the aforementioned rubber corrposition. 

BRIEF DESCRIPTION OF THE DRAWING 

Fig. 1 is an explanatory view showing steps of a process for preparing a metallocene catalyst used for preparing 
so the ethytene-a-olefin-nonconjugated polyene random copolymer according to the present invention. 

DETAILED DESCRIPTION OF THE INVENTION 

First the ethylene-a-olef in-nonconjugated polyene random copolymer according to the invention is described in 
ss detail. 
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Ethylene-g-olef in-nonconi uaated polyene random copolymer 

The ethylene-a-olefin-nonconjugated polyene random copolymer of the invention is an elastomer which can be 
obtained by copolymerizing (a) ethylene, (b) an a-olefin of 3 or more carbon atoms and (c) a nonconjugated polyene 
containing, in one molecule, one carbon-to^rbon double bond polymerizable by a metallocene catalyst among carton- 
to-carbon double bonds, and has the properties described below. 

The ethylene-a-olefin-nonconjugated polyene random copolymer (hereinafter, sometimes referred to as "random 
copolymer") of the invention is derived from (a) ethylene, (b) an a^lefin of 3 or more carbon atoms and (c) a specific 
nonconjugated polyene. 

The a-olefin of 3 or more carbon atoms (b) is specifically an a-olefin of 3 to 20 carbon atoms. Examples of the a- 
olefins of 3 to 20 carbon atoms include propylene, 1-butene, 1-pentene, 1-hexene, 3-methyl-1-butene, 3-methyM-pen- 
tene, 3-ethyM-pentene, 4-methyl-Vpentene, 4-methyl-1-hexene, 4,4^imethyl-1-hexene. 4,4<limetnyM-pentene 4- 
ethyl-1-hexene, 3-ethyM-hexene, 1-octene, Klecene. 1-dodecene, 1-tetradecene, 1 -hexadecene, 1 -octadecene and 
1-eicosene. These a-olefins may be used in combination. 

Of these, preferred are a-olefins of 3 to 10 carbon atoms, and particularly preferred are propylene, 1-butene 1- 
hexene and 1-octene. 

The nonconjugated polyene (c) used in the invention is a nonconjugated polyene containing, in one molecule on 
carbon-to-carbon double bond polymerizable by a metallocene catalyst among carbon-to-carbon double bonds 'The 
nonconjugated polyene (c) does not include a chain polyene having vinyl groups at the both ends. When one double 
bond among two or more double bonds is an end vinyl group, it is preferred that other double bonds are not end vinyl 
groups and an internal olefinic structure is formed. Wherein, vinyl group means -CH=CH 2 . Examples of such noncon- 
jugated polyenes (c) include aliphatic polyenes, such as: 

1,4-hexadiene, 3-methyl-1 ( 4-hexadiene, 4-methyM,4-hexadiene, 5-methyl-1,4-hexadiene, 4-ethyM ,4-hexadi- 
ene, 3-methyi-1 ,4-hexadiene and 3,3-dimethyl-1 ,4-hexadiene; 

5-methyl-1,4-heptadiene. 5-ethvM,4-heptadiene, 5-methyl-1,5-heptadiene, 6-methyl-1,5-heptadiene and 5- 
ethyl-1,5-heptadiene; 

1 ,6octadiene, 4-methyi-1 ,4-octadiene. 5-methyl-1 ,4-octadiene. 4-ethyM .4-octadiene. 5-ethyl-1 ,4K>ctadiene. 5- 
methyl-1,5-octadiene. 6-methyl-1 ,5-octadiene, 5-ethyM,5-octadiene. 6-ethyM,5-octadiene. 6-methyM.6-octadiene, 7- 
methyl-1 ,6-octadiene, 6-ethyl-1 ,6-octadiene, 6-propyl-1 ,6-octadiene and 6-butyl-1 ,6-octadiene; 

4- methyi-1 f 4-nonadiene, 5-methyl-1,4-nonadiene, 4-ethyl-i ,4-nonadiene, 5-ethyt-1,4-nonadiene, 5-methyM 5- 
nonadiene, 6-methyl-l f 5-nonadiene, 5-ethyl-1,5-nonadiene, 6-ethyl-1 f 5-nonadiene. 6-methyl-1.6-nonadiene. 7-methyt- 
1,6-nonadiene. 6-ethyl-1,6-nonadiene, 7-ethyM f 6-nonadiene, 7-methyl-1,7-nonadiene. 8-methyl-1,7-nonadiene and 7- 
ethyl-1 ,7-nonadiene; 

5- methyM,4<iecadiene. 5-ethyl-1,4-decadiene, 5-methyi-1 ,5-decadiene, 6-methyl-1,5-decadiene S-ethyl-1 5. 
decadiene, 6-ethyM ,5-decadiene. 6-methyM ,6-decadiene, 6-ethyM,6-decadiene, 7-methyM ,6-decadiene. 7-ethyl- 
1.6-decadiene. 7-methyl-l.7-decadiene, 8-methyl-1,7-decadiene, 7-ethyl-1,7«decadiene, 8-ethyl-l ,7-decadiene 8- 
methyl-1 ,8-decadiene, 9-methyl-1 ,8-decadiene and 8-ethyl-1 ,8-decadiene; and 

6- methyl-1 ,6-undecadiene and 9-methyl-1 ,8-undecadiene. 
Preferred alicyclic polyenes are those consisting of alicyefic parts having one unsaturated bond and chain parts 

having internal olefinic bond, and example thereof includes 5-ethylidene-2-norbornene, 5-isopropylidene-2-nortornene 
6-(^loromethyl-5-isoprerryl-2-norbornene. Further, triene compounds such as 2,3-diisopropylidene-5-norbornene and 
2-ethylene-3-isopropylidene can be used. These polyenes may be used in combination of two or more kinds. 

In the present invention, nonconjugated polyenes having 7 or more carbon atoms, e.g., 7-methyl-1 ,6-octadiene 
(MOD). 5-ethylidene-2-nort>ornene (ENB) and 1 ,4-hexadiene are preferably used in the invention. 

(i) Ratio of (a) ethylene component to (b) a-olefin component ((a)/(b)) 

The ethylene-a-olef in-nonconjugated polyene random copolymer provided by the invention contains (a) units 
derived from ethylene and (b) units derived from the a-def in of 3 or more carbon atoms (hereinafter, sometimes 
referred to as "a-olefin") in a molar ratio of 40/60 to 95/5 [(a)/(b)], preferably 55/45 to 90/10. 
so (0) Iodine value 

The iodine value of the ethyiene-a-olefin-nonconjugated polyene random copolymer is in the range of 1 to 
50, preferably 2 to 40, more preferably 5 to 35. particularly preferably 7 to 30. 

The ethylene-a-olefin-nonconjugated polyene random copolymer having an iodine value of the above range 
has a high vulcanizing speed, and high-speed vulcanization thereof is possible. 
55 (ai) Intrinsic viscosity (r\) 

The intrinsic viscosity ft) of the ethylene-a-olefin-nonconjugated polyene random copolymer, as measured 
in decalin at 135 °C. is in the rang of 0.1 to 8.0 d!/g, preferably 0.2 to 6 dl/g. 
(iv)grj* value rg* value 
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Measurement of cm* 

The gr\* value is defined as a ratio of the intrinsic viscosity (rj) of the ethylene-a-olefin-nonconjugated polyene 
random copolymer measured above to the intrinsic viscosity (Ti) Wa nk of a linear ethylene-propylene copolymer which 
5 has the same weight-average molecular weight (by light scattering method) as the ethyiene-a-olefin-nonconjugated 
polyene random copolymer and has an ethylene content of 70 % by mol (grj* = (r\V(r\) blank ). 

Specifically, (n)biank j s determined by converting a weight-average molecular weight measured by the light scat- 
tering method to a viscosity-average molecular weight My and then introducing the obtained My, into the following formula 
(0. 

10 

(Ublank = 7.2X 10-X 0 667 (1) 

The grV value of the ethylene-a-olefin-nonconjugated polyene random copolymer is in the range of 0.2 to 0.9. 
preferably 0.4 to 0.8. 

75 

Measurement of g* 

The g' value is defined as a ratio of an intrinsic viscosity (ti) measured by the above method (iii) to an intrinsic 
viscosity (rObiank- calculated as a linear ethylene-propylene copolymer (EPR) having an ethylene content of 70 % (by 
20 mol) which is determined by measurement of gel permeation chromatography (GPC) of ethylene-ct-olef in-nonconjugated 
polyene random copolymer in orthodichlorobenzene at 140 °C (g' = (nV(n) Hank)- Th® Oltaank' is determined in the 
following manner. First, the molecular weight calculated as polystyrene, Mj. PSt of each fraction measured by GPC of 
ethylene-a-olefin-nonconjugated polyene random copolymer is introduced into the following formulas to obtain the 
molecular weight calculated as EPR, Mj, EPR . 

(n) hPS! M l-PSt ■ (n) j-EPR * M hEPR" 

(n),Pst = 1-37x10* 4 M i . PSt 0 686 ,and 
so (Tl)i. EPR = 7.2x10"Xepr 0667 . 

The calculated M;. EPR is introduced into the following formula (2) to obtain (n)i-btank" of each fraction. 

<1W- 72 *1<>Xepr 0667 (2) 

35 

wherein i means each fraction fractionated by GPC. 

Then, the thus obtained (n)i-biar** is introduced into the following formula (III) to obtain (n)bbnk- 

(il) blank* = ^coi * Wi k)^a^lk , ^ ©i ( 3 ) 

40 

wherein co means a weight fraction. 

Thus, the value for (n)biai^ is obtained and the g' value is determined as a ratio of (n) to (lObiank-- 

The g' value [(iiy(n)biank'] of the ethylene-a-olef in-nonconjugated polyene random copolymer is in the range of 0.2 

to 0.9, preferably 0.4 to 0.85, more preferably 0.4 to 0.8. 
45 As described above, the gn* value or the g' value of the ethylene-a-olef in-nonconjugated polyene random copolymer 

of the invention is considerably smaller than 1, and this indicates that a long-chain branch is formed in the molecule. 

Such random copolymer rubber is excellent in moWabOrty. 

The ethyl en e-a-olefirvnonconjugated polyene random copolymer may be modified with polar monomers, and the 

modified product will be described later in detail. 
so The ethylene-a-olef in-nonconjugated polyene random copolymer is obtainable by random copolymerizing (a) eth- 
ylene, (b) the a-olefin of 3 or more carbon atoms and (c) the nonconjugated polyene in the presence of a metallocene 

catalyst 

The metallocene catalyst used in the invention desirably contains a specific metallocene compound (A) described 
below. 

55 There is no specific limitation on the metallocene catalyst preferably used in the invention, except that the metal- 
locene catalyst contains the metallocene compound (A) For example, th metallocene catalyst may be formed from (A) 
the metallocene compound and (B) an organoaturrinum oxy -compound and/or (C) a compound which reacts with the 
metallocene compound (A) to form an ion pair, or it may be formed from the component (A), the compon nt (B) and/or 
the compon nt (C), and (D) an organoaluminum compound. 
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These components are described below in detail. 

Fig. 1 shows Steps of one example of a process for preparing a metallocene catalyst used in the invention and steps 
of one example of a process for preparing an ethylene-a-olefin-nonconjugated polyene random copolymer. 

s (A) Metallocene compound 

In the invention, a compound represented by the following formula (I) is used as the metallocene compound (A). 



10 
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(I) 



In the formula (I), M is a transition metal atom of Group IVB of the periodic table, specifically titanium, zirconium 
or hafnium, particularly preferably zirconium. 

25 

Substituent R 1 

R 1 is a hydrocarbon group of 1 to 6 carbon atoms. 

Examples of such hydrocarbon groups include alkyl groups, such as methyl, ethyl, n-propyl, isopropyl, n-butyl, iso- 
30 butyl, sec-butyl, tert-butyl, n-pentyi, neopentyl, n-hexyi and cydohexyl; and alkenyl groups, such as vinyl and propenyl. 
Of these, preferred are alkyl groups whose carbon bonded to the indenyl group is primary carbon. More preferred 
are alkyl groups of 1 to 4 carbon atoms, and particularly preferred are methyl and ethyl. 

Sutostitueffis Rl.R'LB 5 and R 6 

35 

R 2 . R 4 , R 5 and R 6 may be the same as or different from each other, and are each hydrogen, a halogen atom or a 
hydrocarbon group of 1 to 6 carbon atoms identical with R 1 . 
The halogen atom is fluorine, chlorine, bromine or iodine. 

40 Substituent R 3 

R 3 is an aryl group of 6 to 1 6 carbon atoms. This aryl group may be substituted with a halogen atom, a hydrocarbon 
group of 1 to 20 carbon atoms or an organosilyl group. 

Examples of the aryl groups include phenyl, a-naphthyt, p-naphthyl, anthracenyl, phenanthryl, pyrenyl, acenaphthyl, 
45 phenalenyl, acearrthrylenyi, tetrahydronaphthyl, indanyl and biphenyl. Of these, preferred are phenyl, naphthyl, anthra- 
cenyl and phenanthryl. 

Examples of the hydrocarbon groups of 1 to 20 carbon atoms, which are substrtuents of the aryl groups, include: 
alkyl groups, such as methyl, ethyl, propyl, butyl, hexyl, cydohexyl, octyl, nonyl, dodecyl, icosyl. norbomyl and 
adamantyt; 

so alkenyl groups, such as vinyl, propenyl and cyclohexenyl; 

arylalkyl groups, such as benzyl, phenylethyl and phenylpropyl; and 

aryl groups, such as the above-mentioned aryl groups, tolyl, dimethylphenyl, trimethylphenyl, ethylphenyi, pro- 
pytphenyl, methylnaphthyl and benzylphenyl. 

Examples of the organosilyl groups include trimethylsilyl, triethylsilyl and triphenylsilyl. 
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SMbstrtuentsX 1 andX 2 

X 1 and X 2 may be the same as or different from each other, and are each hydrogen, a halogen atom, a hydrocarbon 
group of 1 to 20 carbon atoms which may be substituted with halogen, an oxygen-containing group or a sulfur-containing 
5 group. Examples of the halogen atoms and the hydrocarbon groups are identical with those mentioned above. 

Examples of the oxygen-containing groups include hydroxy! groups; alkoxy groups, such as methoxy, ethoxy, propoxy 
and butoxy ; aryloxy groups, such as phenoxy, methytphenoxy, dimethylphenoxy and naphthoxy; arylalkoxy groups, such 
as phenylmethoxy and phenylethoxy; and trrfluoroacetylacetonato group. 

Examples of the sutfur-corrtaining groups include substituents obtained by replacing oxygen with sulfur in the above- 
10 exemplified oxygen-containing groups; sulfonato groups, such as methyteulfonato, trifluoromethanesulfonato, phenyl- 
sulfonato, benzylsulfonato, p-toluenesu!fonato, trimethylbenzenesulfonato. triisobutylbenzenesutfonato, p-chlorobenze- 
nesutfonato and pentafluorobenzenesullonato; and sutfinato groups, such as methytsulfinato, phenylsutfinato, 
benzenesulfinato, p-toluenesulfinato, trimethylbenzenesulfinato and pentafluorobenzenesulfinato. 

Of these, preferred are halogen atoms and hydrocarbon groups of 1 to 20 carbon atoms. 

75 

Y 

Y is a divalent hydrocarbon group of 1 to 20 carbon atoms, a divalent halogenated hydrocarbon group of 1 to 20 
carbon atoms, a divalent silicon-containing group, a divalent germanium-containing group, a divalent tin-containing 
20 group, -0-, -CO-, -S-, -SO-, -S0 2 -. -NR 7 -, -P(R 7 )-, -P(0)(R 7 )-, -BR 7 - or -AIR 7 - (R 7 is hydrogen, a halogen atom, a hydr - 
carbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms). 
More specifically, there can be mentioned: 
divalent hydrocarbon groups of 1 to 20 carbon atoms, such as aikylene groups (e.g., methylene, dimethylmeth- 
ylene, 1,2-ethylene, dimethyl- 1,2-ethylene, 1,3-trimethylene, 1,4-tetramethylene, 1 ,2-cyclohexylene and 1,4-cyclohexy- 
25 lene), and arylalkylene groups (&g., diphenylmethylene and diphenyl-1 ,2-ethylene) ; 

divalent halogenated hydrocarbon groups obtained by halogenating the above-exemplrf ied divalent hydrocarbon 
groups of 1 to 20 carbon atoms, such as chloromethytene; 

divalent silicon-containing groups, such as silylene alkylsilylene. alkylarylsilyiene and arylsilylene groups (e.g.. 
methyisilylene, dimethylsilylene, diethytsilylene, di(n-propyl)silylene, di(i-propyl)silylene, di(cydohexyl)silylene. methyl- 
30 phenylsilylene, diphenylsilylene, di(p-tolyl)silylene and di(p-chlorophenyl)silylene). and alkyldisiiyl, alkylaryldisilyl and 
aryldisilyl groups (e.g., tetramethyl-1,2-disilyl and tetraphenyl-1,2-disily0; and 

divalent germanium-containing groups or divalent tin-containing groups obtained by replacing silicon with ger- 
manium or tin in the above-exemplified divalent silicon-containing groups. 

R 7 is the same halogen atom, hydrocarbon group of 1 to 20 carbon atoms or halogenated hydrocarbon group of 1 
35 to 20 carbon atoms as described above. 

Of these, preferred as Y are divalent silicon-containing groups and divalent germanium-containing groups. More 
preferred are divalent sflicon-containing groups, and particularly preferred are alkylsilylene, alkylarylsilyiene and aryls- 
ilylene. 

The two ligands having a cyclopentadienyl skeleton, which are linked to each other by way of Y, may be the same 
40 as or different from each other. 

Listed below are examples of the transition metal compounds represented by the above formula [I]. 

rac-Dimethylsilylene-bis{1 -(4-phenyl-l -indenyl)}zirconium dichloride, 

rac-Dimethylsilylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium dichloride, 

rac-Dimethyisilylene-bis{1 -(2-methyl-4-(a-naphthy0indenyl)}zirconium dichloride. 
45 rac-Dimethylsilylene-bis{1-{2-methy^ dichloride, 

rac-Dimethylsilylene-bis{1 -(2-methyM-(1 -anthracenyl)indenyl)}zirconium dichloride, 

rac-Dimethyisilylene-bis{1 -(2-methyl-4-(2-anthracenyl)indenyl)}zirconium dichloride, 

rac-Dimethylstlylene-bis{1 -(2-methyf-4-(9-anthracenyl)indenyl)}zirconium dichloride, 

rac-Dimethyisilylene-bis{ 1 -(2-methyl-4-(9-phenanthryl)indeny1)}zirconium dichloride, 
so rac-Dimethylstlylene-bis{1-(2-metr^ dichloride, 

rac-Dimethylsilylene-bis{t -(2-methyl-4-(pentaf luorophenyl)indenyl)}zirconium dchloride. 

rac-Dimethylsilylene-bis{1 -(2-methyl-4-(p-(^orophenyl)indenyl)}zirconium dichloride, 

rac-Dimethylsilylene-bis{1 -(2-methyl-4-(m-chlorophenyl)indeny0}zirconium dichloride. 

rac-Dimethylsily1ene-bis{1 -(2-methyl-4-(o-<^oa^henyl)indenyl)}zirconium dichloride. 
55 rac-Dimethytsitylene-tois{1 -(2-methyl-4-(o,p-dchlorophenyl-1 -indenyf)}zirconium dichloride, 

rac-Dimethytsilylene-bis{1 -(2-methyl^(p-bronx)phehy0indenyl)}zircontum dichloride, 

rac-Dimethylsilylene-bis{1 -(2-methyl-4-(p-toly1)indenyl)}zirconium dichloride, 

rac-DimethytsilyIene-bis{1 -(2-methyl-4-(m-to*yl)indenyl)}zirconium dichloride, 

rac-Dimethylsirylene-bis{ 1 -(2-methyl-4-(o-tolyl)inderryl)}zirconium dichloride, 
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• ra^Dimethylsilylene^is{1-(2«methyl^ dichloride, 
rac-Diri^hytsilylene4)is{1-(2-me%l-4-{p-^^ dichloride, 
rac-Dimethylsilylene*is{1-(2-methyl-4-(p-i-propyIphenyl)indenyl)}zircw 
rac-Dimethylsilylene-bis{ 1 -(2-methyl-4-(p-ben2yiphenyi)indenyl)}zirconium dichloride, 
rac-Dimethylalylene4)is{1-(2-me^l-^ dichloride, 
rac-Dimethylsilylene*is{1-(2-methyl-4-(m4)iphenyl)indenyl)}zirconium dichloride, 
rac-Dimethy1silylene*is{H2-methy1-4-^ dichloride, 
rac-Dimethylsily1ene*is{1-(2-methy1-4~(m^ 

racOimethylsilylene^is{1-(2-phenyl-4-phenyl)indenyl))zirconium dichloride, 
rac-Diethylsilylene-bis{1 -(2-methyl-4-phenyl)indenyl)}zirconium dichloride, 
rac-Di(i-propyl)silylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium dichloride, 
rac-Di(n-butyl)silylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium dichloride, 
rac-Dicyclohexylsilylene-bis{1-(2-methyl^t>henylindenyl)}zirconium dichloride, 
rac-Methylphenylsilylene-bis{1 -(2-methyl-4-phenylindenyl)Jzirconium dichloride, 
rac-Diphenylsilylene-bis{1 -(2-methyl-4-phenylirrdenyl)}zirconium dichloride, 
racOi(p-to!tf)3i!ytene-bis{1-(2-methyM^ rfchloride, 
rac-Di(p^hlorophenyl)silylene43i8{1-(2-methyl-4-phenyiirKlenyl)}zirconium dichloride, 
rac-Methylene-bis{ 1 -(2-methyl-4-phenylindenyl)}zirconium dichloride, 
rac-Ethylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium dichloride. 
rac-Dimethylgermylene-bis{H2-methyl-4-phenytindenyl)}zirconiurn dichloride, 
rac-Dimethylstannylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium dichloride, 
rac-Dimethylsilylene*is{1-(2-methyl-4-phenylindenyl)}zirconium dibromide, 
rac-Dimethytsilylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium dimethyl. 
rac-Dimethytsilylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium methyichloride, 
rac-Dimethyisilylene-bis{ 1 -(2-methyl-4-phenylindenyl)}zirconium chloride S0 2 Me, 
rac-Dimethylsilylene^is{H2-meth^^phenylindenyl)}zirconium chloride OSOgMe, 

rac-Dimethylsilylene-bis{ 1 -(2-methyl-4-phenylindenyl)}zirconium monochloride mono (trif luoromethanesul- 
fonato), 

rac-Dimethylsilylene-bis{1-(2-methyl-4-phenylindenyi)}zirconium di(trifluoromethanesulfonato), 
rac-Dimethylsilylene*is{1-(2-meth^^phenylindenyl)}zira)nium 
rac-Dimethylsily1ene-bis{1 -(2-methyl-4-phenyiindenyl)}zirconium di (methyisuKonato), 
rac-Dimethylsilylene-bis{1-(2-methyl-4-phenylindenyl)}zirconium di(trifluoromethanesulfinato), 
rac-Dimethylsilylene-bis{1-(2-methyl-4-phenylindenyl)}zirconium di(trifluoroacetate), 
rac-Dimethylsilylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium monochloride(n-butoxide), 
rac-Dimethylsilylene-bis{1 -(2-methyl-4-phenylindenyl)}zirconium di(n-butoxide), 
rac-Dimethylsilylene-bis{1-(2-methyl-4-phenyiindenyI)}zirconium monochloridetphenoxide), 
rac-Dimethylsilylene-bis{1 -(2-ethyl-4-phenylindenyl)}zirconium dichloride, 
rac-Dimethylsilylene-bis{1 -(2-ethyl-4-(a-naphthyl)indenyl)}zirconium dichloride, 
rac-Dimethyisilylene-bis{ 1 -(2-ethyl-4-(p-naphthyl)indenyl}zirconium dichloride, 
rac-Dimethy»silylene*is{1-(2-ethyM«(2^e^ dichloride, 
rac-Dimethyisilylene-bis{ 1 -(2-ethyl-4-(5-acenaphthyl)indenyl)}zirconium dichloride, 
rac-Dimethylsilylene4Dis{1-(2-ethyM-(^ dichloride, 
rac-Dimethyisilylene-bis{ 1 K2-ethyl^-(9iDhenanthryl)indenyl)}zirconium dichloride, 
rac-Dimefthylalylene*is{1-(2-ethyl^ dichloride, 
rac-Dimethylsilylene4>is{1-(2-ethyl^^ dichloride, 
rac-Dimethylsily1ene4)is{H2-ethyM-(p-^ dichloride, 
rac-Dimethylalylene^is{1-(2-ethyM-^ 

rac-Dimethylsilylene*is{H2-ethyM-(2,4^ dichloride, 
rac-Dimethylsilyiene*is{H2-eth^-(W dichloride, 
rac-Dimethylsilylene-bis{1 -(2-eth^^-(2,4,6-trimethylpheny0irxlen^)}zirconium dichloride. 
rac-Dimethyisilytene-bis{ H2-ethyi^-(o<;hloropheny0irxJenyj)}zirconiLiTi dichloride. 
rac-Dimethylsilylene-bis{ 1 -(2-ethyl-4-(m-chloropheny0indenyl)}zirconium dichloride, 
rac-Dimethylsilylene4>is{H2-ethyM-(^ 

rac-Dimethylsilylene4>is{1-(2-ethyM-(2^^ dichloride. 
rac-Dimethylsilylene^is{1-(2-eth^-(2£^ dichloride, 
rac-Dimethylsily1ene*is{H2-eth^-(3,5^ dichloride, 
rac-Dimethylsilyiene-bis{1 -(2-ethy l-4-(2-bromopheny1)indeny0}zirconium dichloride, 
rac-Dimeth^silylene*is{1-(2-ethyM-@^ dichloride. 
rac-Dimethtfsilylene^is{H2-eth^-(^ dichloride, 
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; rac-Dimethytsilylene^is{1^2-ethyl^-(4-biphenyly1)indenyl)}zi^ dichloride, 

' rac-Dimethyfalylene-bis{1 -(2-e%l^-(4-trimethylsilyiphenyl)indenyi)}zirconium dichloride, 

rac- Dimethyls iylene-bis{1 -(2 -n -propyl -4-phenylindenyl)}zirconium dichloride. 

rac-Dimethyisilyiene-bis{1-(2-niDr^ dichloride. 

rac-Dimethylsilylene-bis{1 -(2-ni3ropyl-4-(p-naphthyl)indeny0}zirconiurn dichloride. 

rac-Dimethylsilyiene^is{H2-ni)^ 

rac-Dimethylsilylene-bis{1 -(2-ni)ropyl^(5*ac»naphthyl)indeny0}zir<x)niurn dichloride. 
rac-Dimethylsilylene-bis{1 -(2-niDropyl^(9-arrniracenyl)irxJenyO}2irconium dichloride, 
rac-Dimethylsilylene-bis{1 -(2-ni)ropyl-4-(9-phenanthry0indenyl)}zirconium dichloride. 
rac-Dimethylsilylene-bis{1 -(2-i-propyl-4-phenylindeny1)}zirconium dichloride, 
rac-Dimethylsilyiene-bis{1 -(2-i^opyl^a-naphthyi)indenyl)}zirconium dichloride, 
rac-Dimethylsilylene-bis{1 -(2-i-propyl^-(p-naphthyi)indenyl)Jzirconium dichloride, 
rac-DimethylsilyleneHDis{1-(2-i-propyM-(8^^ dichloride, 
rac-Dimethylsilylene-bis{1 -(2-i-propyi^-(5^cenaphthy0indeny0}zirconium dichloride, 
rac-Dimethylsilylene-b!S{1 -(2-i-propyl-4-(9-anthraceny0indenyl)}zirconium dichloride, 
rac-Dtmethylalylene^is{1-(2-i-propy^ dichloride, 
rac-Dimethyfsilylene-bis{ 1 -(2-s-butyl-4-phenytindeny!))zirconium dichloride, 
rac-Dimethylsily1ene-bis{1 -(2-s-buty)-4-(a-naphthyl)indeny1)}zirconium dichloride, 
rac-Dimethylslylene-bis{1 ^2-s4xjtyl-4-(^-naphthyl)indeny0}zirconiurn dichloride, 
rac-Dimethylsilylene-bis{1 -{2-s-buty1-4-(2-methyt-1 -naphthyl)indenyl)}zirconium dichloride. 
rac-Dimethylsilylene-bis{1 ^2-s4xjtyl^(5^cenaphthyl)indenyl)}zirconium dichloride. 
rac- Dimethyls lyiene-bis{1 •(2-s4xity1^K9^nthraceny0indeny1)}ziroonium dichloride. 
rac-Dimethylsilyiene-bis{ 1 -(2-s^xrtyl^9^henamhry1)irxJenyO}zircx)nium dichloride, 
rac-Dimethylsilyiene-bis{ 1 -(2-ni)entyl^i3heny1indeny0}zirconiurn dichloride, 
rac-Dimethylsilylene-bis{1 ^2-niDentyi^-(a-naphthy0indenyl)}zirconium dichloride, 
rac-Dimethytslylene-bis{1 -(2-n-butyl-4-phenylindenyl)}zirconium dichloride, 
rac-Dimethylstlylene-bis{1 -(2-n-butyl-4-(a-naprrthy1)irxienyl)}zircoruum dichloride, 
rac-Dimethylsilylene-bis{1 -(2-n-buty1^-(p<iaprrthyl)iixienyl)}zirconiurn dichloride, 
rac-Dimethylsilylene-bis{1 -(2-n-butyi-4-(2-methyl-1 ^aph%i)indenyl)}zirconium dichloride, 
rac-Dimethyisilyiene-bis{1 -(2-n-butyl^-(5-acenaphthyi)indenyf)}zirconium dichloride, 
rac-Dimethylsilylene-bis{1 ^2-n4xjtyl^K9^nthracerty0irxieny0}zircon"ajm dichloride, 
rac-Dimethylsilylene-bis{1 ^2-n-butyl^-(9^henanthryl)indenyf)}zirconium dichloride, 
rac-Dimethylsily1ene-bis{ 1 -(2-i4xrtyM^heny1indenyl)}zirconium dichloride, 
rac-Dimethylsilylene-bis{1 -(2-i-butyl^(a-naphthyl)indenyl)}zira)nium dichloride, 
rac-Dimethylsilylene-bis{1 -(2-i-buty^(p-naprtthyl)irdenyi)}zira)nium dichloride, 
rac-Dimethyisilytene-bis{1 ^2-i-butyl^(2-methyl-1-naprrthyt)irKJenyl) dichloride, 
rac-Dimethytsilylene-bis{1 -(2-i-butyl^(5-acenaprrtr^)in^^ dichloride, 
rac-Dimethylsilylene-bis{1 ^2-i-butyM-(9-anthracenyl)imjenyl)}zircoruum dichloride, 
rac-Dimethytsily1ene-bis{1 ^2-i4xityM-(9i}henanthry1)irKlenyl)}zirconium dichloride, 
rac-Dimethylsilylene-bis{1 -(2-neoperrtyf-4-phenylindeny0}zirconium dichloride, 
rac-Dimethytslylene-bis{1 ^2-neoperrtyl^a-naphthyl}indeny0}zirconium dichloride, 
rac-Dimethylsilylene-bis{ 1 -(2-n-hexy1-4-phenyiindenyl)}zirconium dichloride, 
rac-Dimethylsjlylene-bis{ 1 ^2-n-hexyl-4^a<iaphthyf)irxJeny!)}zirconiurn dichloride, 
rac-Methytphenylsilytene-bts{1 -(2-ethy1-4-phenyiindenyt)}zirconium dichloride, 
rac-Methytphertylsilylene-bis{1 ^2-ethy1^a-naphthy0irKdeny0}zirconium dichloride, 
rac-Methytphenylsilylene-bis{1 ^2-ethy1^^9^nthracenyQindenyl)}zirconium dichloride, 
rac-Methylphenylsilylene-bis{1 ^2-ethyl^^9^henarrthry0indenyl)}zirconium dichloride. 
rac-Diphenyteilylene-bis{1 -(2-ethyl^^henylindenyO}zir(Xjniurn dichloride, 
rac-Diphenylsilylene-bis{1 -(2-ethyl-4-(a-naprrthyi)irdenyl)}zirconiurn dichloride. 
rac-Diphenylsilylene-bis{1 -(2-ethyl^9-arrthraceny0indenyl)}zirconium dchloride, 
rac-Diphenylsilyiene-bis{1 -(2-ethyl^9i3henanthry0irdeny0}zircx)nium dichloride, 
rac~Diphenytsi!ytene-bis{1 -(2-ethy1^4^iphertyty1)indeny0}zirconium dichloride, 
rac*Methylene^is{H2-ethyl-4^enylirxlenyO}zirconium dichloride, 
rac-Methytene-bis{ H2-ethy1-4-(a-naphtrty0indeny1)}zkcx)nium dichlorid " , 
rac-Ethy!ene-bis{1 ^2-ethyM-pheny1irrienyO}zirconium dichloride, 
rac-Ethy!ene-bts{1 ^2-ethy1-4-(a<iaphthyl)indenyl)}zirconium dichloride, 
rac- Ethyl en e-bis{1 ^2-r>f)ropyl^a-naphthyi)indenyl)}zirconium dichloride, 
rac-Dimethylgerrrrylene^s{1-{2-etriy1^ dichloride, 
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rac:Dimethyigermylene-bis{H2-eto^ dichloride, and 

rac-Dimethylgermylene-bis{H^ dichloride. 
Also employable are compounds obtained by replacing zirconium with titanium or hafnium in the above-exemplified 
compounds. 

In the invention, as the catalyst component, the metallocene compounds mentioned above are generally used in 
the form of racemic modification, but they can be used in the form of R type or S type. 
The metallocene compounds may be used in combination of two or more kinds. 

The metallocene compounds can be prepared in accordance with "Journal of Organometallic Chem.", 288 (1985), 
pp. 63-67 and European Patent Publication No. 0,320,762. 

(Bl Organoaluminum oxv-comoound 

The organoaluminum oxy -compound (B) used in the invention may be aluminoxane conventionally known or may 
be such a benzene-insoluble organoaluminum oxy -compound as exemplified in Japanese Patent Laid -Open Publication 
No. 78687/1990. 

The conventionally known aluminoxane can be prepared by, for example, the following procedures. 

(1) A procedure of adding an organoaluminum compound such as trialkylaluminum to a hydrocarbon medium sus- 
pension of a compound containing adsorbed water or a salt containing water of crystallization, e.g., magnesium 
chloride hydrate, copper sulfate hydrate, aluminum sulfate hydrate, nickel sulfate hydrate or cerous chloride hydrate, 
so as to perform reaction, followed by recovering aluminoxane as its hydrocarbon solution. 

(2) A procedure of allowing water, ice or water vapor to directly act on an organoaluminum compound such as 
trialkylaluminum in a medium such as benzene, toluene, ethyl ether or tetrahydrofuran, followed by recovering alu- 
minoxane as its hydrocarbon solution. 

(3) A procedure of allowing organotin oxide such as dimethyrtin oxide or dibutyttin oxide to react with an organoa- 
luminum compound such as trialkylaluminum in a medium such as decane. benzene or toluene. 

The aluminoxane may contain a small amount of an organometallic component. Further, it is possible that the solvent 
or the unreacted organoaluminum compound is distilled off from the recovered solution of aluminoxane and the remainder 
is redissorved in a solvent. 

Examples of the organoaluminum compounds used for preparing the aluminoxane include: 
trialkylaluminums, such as trimethylaluminum, triethyialuminum, tripropylaluminum, triisopropylaluminum, tri-n- 
butylaluminum, triisobutylaluminum, tri-sec-butylaluminum, tri-tert-butyialuminum, tripentylaluminum, trihexytaluminurn, 
trioctylaluminum and tridecylaluminum; 

tricycloalkylaluminums, such as tricyclohexylaluminum and tricyclooctylaluminum; 

dialkytatuminum halides, such as dimethyialuminum chloride, diethyialuminum chloride, diethytaluminum bromide 
and diisobutylaluminum chloride; 

dialkylaiuminum hydrides, such as diethyialuminum hydride and diisobutylaluminum hydride; 
dialkyialuminum alkoxides, such as dimethyialuminum methoxide and diethyialuminum ethoxide; and 
dialkylaiuminum arytoxides, such as diethytaluminum phenoxide. 
Of these, particularly preferred are trialkylaluminums and tricycloalkylaluminums. 

Also employable as the organoaluminum compound used for preparing the aluminoxane is isoprenylaluminum rep- 
resented by the formula (i-C^gJxAlyfCsH^Jz (wherein x, y, z are each a positive number, and z a 2x). 
The organoaluminum compounds mentioned above may be used in combination of two or more kinds. 
Examples of the solvents used for preparing the aluminoxane include: 
aromatic hydrocarbons, such as benzene, toluene, xylene, cumene and cymene; 

aliphatic hydrocarbons, such as pentane. hexane, heptane, octane, decane, dodecane. hexadecane and octa- 
decane; 

alicyclic hydrocarbons, such as cyclopentane, cyclohexane, cydooctane and methyl cyclopentane; 
petroleum fractions, such as gasoline, kerosine and gas oil; and 

halides of these aromatic, aliphatic and alicyclic hydrocarbons, particularly chlorides and bromides thereof. 
Also employable are ethers such as ethyl ether and tetrahydrofuran. Of the solvents, particularly preferred are aro- 
matic hydrocarbons. 

The organoaluminum oxy -compounds mentioned above may be used in combination of two or more. 

( C) Compound which reacts with the metallocene compound (A) to form an ion pair 

The compound (C) which reacts with the metallocene compound [A] to form an ion pair includes such Lewis add. 
ionic compounds, borane compounds and carborane compounds as described in National Publications of international 
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Patent No., 501950/1989 and No. 502036/1989, Japanese Patent Laid-Open Publication No. 179005/1991, No. 
179006/1991, Na 207703/1991 and No. 207704/1991, and U.S. Patent No. 547,718. 

The Lewis acid includes Mg-containing Lewis acid, Al-containing Lewis acid and B-containing Lewis acid. Of these. 
B-containing Lewis acid is preferred. 
5 The Lewis acid which contains a boron atom is, for example, a compound represented by the following formula: 

BR 11 R 12 R 13 

wherein R 11 , R 12 and R 13 areeach independently a phenyl group which may have substituents such as fluorine, methyl 
10 and trifluoromethyl, or a fluorine atom. 

Examples of the compounds represented by the above formula include trif luoroboron, triphenylboron, tris(4-fluor- 
ophenyl)boroa tris(3,5-<Jifluorophenyl)boron, tris(4-fluoromethylphenyl)boron, tris(pentafluorophenyl)boron ( tris(p- 
tolyl)boron, tris(o-tolyl)boron and tris(3,5-dimethylphenyl)boron. Of these, particularly preferred is tris(pentafluorophe- 
nyl)boron. 

is The ionic compound employable in the invention is a salt comprising a cationic compound and an anionic compound. 
The anion reacts with the metallocene compound (A) to render the compound (A) cationic and to form an ion pair so as 
to stabilize the transition metal cation seed. Examples of such anion include organoboron compound anion, organoars- 
enic compound anion and organoal Lminurn compound anion. Preferred is such anion as is relatively bulky and stabilizes 
the transition metal cation seed. Examples of cation include metallic cation, organometallic cation, carbonium cati n, 

20 tripium cation, oxonium cation, sulfonium cation, phosphonium cation and ammonium cation. More specifically, there 
can be mentioned triphenyicarbenium cation, tributyiammonium cation, N,N-dimethylammonium cation, ferrocenium 
cation, etc. 

Of these, preferred are ionic compounds containing a boron compound as anion, and examples thereof include: 
trialkyl-substituted ammonium salts, such as thethylammoniumtetra(phenyl)boron v trtpropylammoniumtetra(phe- 
25 nyl)boron, tri(n-butyl)ammoniumtetra(phenyi)boron, trimethylammoniumtetra(p-tolyl)boron. trimethylammoniumtetra( - 
tolyQboron. trilxrtylamrrK>niunrtetra(pert^ tripropylammoniumtetra(o.p-dimethytphenyl)boron, trib- 

utylammoniunrtetra(m,rrHlimethytphenyl)boron, tributylammoniun^etra(p-trrfluoromethylphenyl)boron, tri(n-butyt)- 
ammoniumtetra(o-tolyl)boron and tri(n-butyl)ammoniurrrtetra(4-fluorophenyl)boron; 

N,N,-dialkylanilinium salts, such as N,N<timethyianiliniurntetra(phenyl)boron, N,N-diethylaniliniumtetra(phe- 
30 nyl)boron and N.N^^.eiDentamethylaniliniumtetrafphenylJboron; 

dialkylammonium salts, such as di(nixopyl)ammoniumtetra{perrtafluorophenyi)boron and dicyciohexylammoni- 
urrrtetra(phenyl) boron ; and 

triarytphosphonium salts, such as triphenylphosphoniumtetra(phenyl)boron ( tri(methylphenyl)phosphoni- 
umtetra(phenyl)boron and tri(dimethytphenyl)phosprK)niumtetra(phenyl)boron. 
35 As the ionic compounds containing a boron atom, triphenylcarbeniurmetrakis(pentaJluorophenyl)borate 1 N.N- 
dimethylaraliniuntfetrakis and ferroceniumtetrakis(pentafluorophenyl)borate can be also 

employed in the invention. 

Further, the following compounds are also employable. (In the ionic compounds enumerated below, the counter ion 
is tri(n-butyl)ammonium, but the counter ion is in no way limited thereto.) 

40 That is. there can be mentioned salts of anion, for example, bis[tri(rrtuty0ammoniumjnonaborate, bisftri(n- 
butyl)ammonium]decaborate, bis[tri(n-butyf)ammonium] undecaborate, tts[tri(nH3utyl)ammoniumJdodecaborate, 
bis[tri(n-butyl)amTnoniump bis[tri(n-butyl)ammonium]dod tri(n- 

butyl)ammonium-1 -carbadecaborate, tri(n-butyi)amrrx)niurn- 1 -carbaundecaborate, tri(rvbutyl)ammonium-1 -carbado- 
decaborate, tri(n-btrr^i)arnrnonium-1 -trimethylsilyl-1 -carbadecaborate and tri(r^xrtyl)amrnoniumbranx>-1<arbado- 

45 decaborate 

Moreover, borane compounds and carborane compounds are also employable. These compounds are employed 
as the Lewis acid or the ionic compounds. 

Examples of the borane and carborane compounds include: 
borane and carborane complex compounds and salts of carborane anion, such as decaborane(14), 7,8-dicar- 
so baundecaborane(13), 2,7-c£carbaundecaborane(13), urriecahytJride-7,8^imeth^ dodec- 
ahydride-1 1 -methyl-2,7<ficarbaundecaborane, tri(n-buty0amrrxxiium-6Karbadecaborate( 1 4) , tri(rvbiity0ammoniun>6- 
carbadecaborate(1 2). tri(n-buty0ammonium-7^rbaurxlecato tri(n^utyt)amrr»rturn-7.8<jicarbaurxlecab^ 
rate(12). tri(n-bi^)amrrionium-2,9-dicarbaurriexabor tri(n-butyl)arrtmoniurndodecahydri^ 
baundecaborate, tri(n-butyl)amrTx>niurru]rid tri(n-butyOamrnoniumurv- 
55 decahydride-8-butyl-7,9<iicarbaurrt tri(n-buty1)ammoniurrij^ 

tri(n-butyOammoniurrtundecar^ri and tri(n-bur^)arroTX)niumundecahy- 

dride^,6<ltoronrx>-7-carbaundecaborate; and 

carborane and salts of carborane. such as 4-carbanonaborane(14), 1,3-cficarbanonaborane(13). 6,9«iicarbade- 



11 



BNSDOC1D: <EP 07lB324A2_l_> 



EP 0 718 324 A2 



caborar)e(14), dodecahydride-1 -phenyM ,3-dicarbanonaborane, dodecahydride-1 -methyl-1 ,3-dicarbanonaborane and 

undecahydride^l ,3-dimethyl-1 ,3-dicarbanonaborane. 

Furthermore, thefollowing compounds are also employable. (In the ionic compounds enumerated below, the counter 

ion is tri(n-butyl)ammonium, but the counter ion is in no way limited thereto.) 
s That is, there can be mentioned salts of metallic carborane and metallic borane anion, for example, tri(n-butyl)ammo- 

niumbis(nonahydride-1 ,3-dicarbanonaborate)cobattate(lll) i tri(n-butyl)ammoniumbis(undecahydride-7,8- dicarbaunde- 

caborate)ferrate(lli), tri(n4xjtyl)amrrK>niumbis(urd^ tri(n- 

butyl)amrnoniumbis(urKlecah^ tri(n-butyf)ammoniumbis(undecahydride- 

7,8Klicarbaundecaborate)cuprate(lll), tri(n-lxjtyl)amrrK>niumbis(ur^ 
10 tri(rhbuty1)ammoniumbis(rxm 

ahydride"7,8Klimethyl-7,8-dic»ibaurKleraborate)chromate(lll), tri(n-butyl)amiTK)niumbis(tribro^ 

baundecaborate)cobaltate(lll), tri(n-butyl)ammoniumbis(dodera^ bis[tri(n- 

butyi)amn^ium]bis(dodecahydrkiedo , tris[tri(n-butyl)ammonium]bis(undecahydride-7-car- 

baundecaborate)chromate(IIO. bis[tri(n-butyl)amiTX3niump^ 
75 bis[tri(n-butyl)ammonium]bis(urKiec^ and bis[tri(n-butyl)ammo- 

nium]bis(undecahydride-7-carbaundecakx^^ 

The compounds (C) which react with the metallocene compound (A) to form an ion pair can be used singly or in 

combination of two or more kinds. 

20 (D) Organofrtuminum compqund 

The organoaluminum corrpound (D) used in the invention can be represented by, for example, the following formula 

(a): 

25 R 21 nAIX 3 . n (a) 

wherein R 21 is a hydrocarbon group of 1 to 12 carbon atoms, X is a halogen atom or hydrogen, and n is 1 to 3. 

In the above formula (a). R 21 is a hydrocarbon group of 1 to 1 2 carbon atoms, e.g.. an alky) group, a cycloalky! group 
or an aryl group. Particular examples thereof include methyl, ethyl, n-propyt, isopropyl, isobutyl, pentyl. hexyl, octyl, 
30 cyclopentyl, cyclohexyl, phenyl and tolyl. 

Examples of such organoaluminum compounds include: 
trialkylaluminums, such astrimethylaluminum, triethylaluminum, triisopropylaluminum, triisobutylaluminum, trioc- 
tylatuminum and tri-2-ethylhexylaluminum; 

alkenylaluminums, such as isoprenylaluminum; 
35 dialkylaluminum halides, such as dimethylaluminum chloride, diethylaluminum chloride, diisopropylaluminum 

chloride, diisobutylaluminum chloride and dimethylaluminum bromide; 

alkylaluminum sesquihalides, such as methylaluminum sesquichloride, ethylaluminum sesquichloride, isopropy- 
laluminum sesquichloride, butylaluminum sesquichloride and ethylaluminum sesquibromide; 

alkylaluminum dihalides, such as methylaluminum dichloride, ethylaluminum dichloride, isopropylaluminum 
40 dichloride and ethylaluminum dibromide; and 

alkylaluminum hydrides, such as diethylaluminum hydride and diisobutylaluminum hydride. 
Also employable as the organoaluminum compound (D) is a compound represented by the following formula (b) : 

R 21 n AIY 3 . n (b) 

45 

wherein R 21 is the same as above; Y is -OR 22 group, -OSiR 23 3 group, -OAIR 24 2 group, -NR 25 2 group, -SiR 26 3 group or 
-N(R 27 )AIR 28 2 group; n is 1 to 2; R 22 , R 23 , R 24 and R 28 are each methyl, ethyl, isopropyl, isobutyl, cyclohexyl, phenyl 
or the like; R 25 is hydrogen, methyl, ethyl, isopropyl, phenyl, trimethylsilyl or the like; and R 26 and R 27 are each methyl, 
ethyl or the like. 

so Examples of such organoaluminum compounds include: 

(i) compounds of the formula R 21 n A, ( OR22 )3-n. © 9-. dimethylaluminum methoxide. diethylaluminum ethaxide and 
diisobutylaluminum methoxide; 

(ii) (impounds of the formula R^nAKOSiR 23 ^, e.g., (C^H 5 ) 2 AI(OSi(CH 3 ) 3 ), (iso-C 4 H 9 ) 2 AI(OSi(CH3) 3 ) and (iso- 
55 C 4 H9} 2 AI(OSi(C 2 H5)3): 

(ni) compounds of the formula R 21 n AI(OAIR 24 2)3. n , e.g.. (CzHgJgAIOAIfC^HsJg and (iso-C 4 H 9 ) 2 AI(OAJ(iso-C 4 H 9 ) 2 ); 

(iv) compounds of the formula R 21 n AI(NR 25 2 )3_ n , e.g., (O^m^^l (CsHsJsAlfNHfCHj)), 
(CH^AKNHfCsHg)), (C^HsJgAIINfSifCHaJaJg] and Oso-^HgJgAltNfSifCH^a)^; and 

(v) compounds of the formula F^ 1 fl AI(SiR 26 3)3. n , e.g., 0so-C 4 H9)2AI(Si(CH 3 ) 3 ). 
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Ofthese.prefeiTedareorganoaluminumoorTpoundsd R 21 n AI(OR 22 ) 3 n artf R^JUfOAIR 24 h 

n , arid particularly preferred are compounds of said formulas wherein R 21 is an isoalkyl group and n is 2. The organoa- 
luminum compounds mentioned above may be used in combination of two or more kinds. 

The specific metallocene catalyst used in the invention desirably contains the metallocene compound (A) and it 
can be prepared from the metallocene compound (A) and the organoaJuminum oxy-compound (B). Further, the metal- 
locene catalyst can be formed from the metallocene compound (A) and the corrpound (C) which reacts with the com- 
pound (A) to form an ion pair, or it can be formed from the metallocene compound (A), the organoaluminum oxy- 
compound (B) and the compound (C). In these embodiments, it is particularly preferred to use an organoaluminum 
compound (D) in combination. 

In the present invention, the metallocene compound (A) is used in an amount of usually about 0.00005 to 0 1 mmol 
preferably about 0.0001 to 0.05 mmol, in terms of the transition metal atom, per 1 liter of polymerization volume 

The organoaluminum oxy-compound (B) is used in such an amount that the amount of the aluminum atom becomes 
usually about 1 to 10,000 mol. preferably 10 to 5,000 mol. per 1 mol of the transition metal atom. 

The compound (C) which reacts with the metallocene compound (A) to form an ion pair is used in such an amount 
that the amount of the boron atom becomes usually about 0.5 to 20 mol. preferably 1 to 1 0 mol, per 1 mol of the transition 
metal atom. 

The organoaluminum compound (D) is used, if desired, in an amount of usually about 0 to 1 ,000 mol. preferably 
about 0 to 500 mol, per 1 mol of the aluminum atom in the organoaluminum oxy-compound (B) or the boron atom in th 
compound (C) which forms an ion pair. 

When the ethylene (a), the a-olefin of 3 or more carbon atoms (b) and the nonconjugated polyene (c) are copoly- 
merized using the above-mentioned metallocene catalyst, an ethylene-a-olefin-nonconjugated polyene random copol- 
ymer can be obtained with high polymerization activity. 

If the ethylene (a), the a-olefin of 3 or more carbon atoms (b) and the nonconjugated polyene (c) are copolymerized 
using a Group VB transition metal compound type catalyst such as a vanadium catalyst, it is impossible to obtain a 
random copolymer with high polymerization activity. Further, in the preparation of EPDM using the Group VB transition 
metal compound type catalyst, the types of polyenes employable as the nonconjugated polyene (c) are limited to nor- 
bornene ring-containing polyenes such as ENB in many cases. On the other hand, when the Group IVB metallocene 
catalyst is used as in the present invention, the types of polyenes employable as the nonconjugated polyene (c) are not 
limited to the norbomene ring-containing polyenes, and the aforesaid various polyenes including chain nonconjugated 
30 polyenes such as MOD can be also polymerized. 

In the copolymerization of ethylene (a), the a-olefin of 3 or more carbon atoms (b) and the nonconjugated polyene 
(c), the metallocene compound (A), the organoaluminum oxy^ompound (B) and the conpound (C) which forms an ion 
pair, and if desired, the organoaluminum compound (D), all of which constitute the metallocene compound, may be 
separately fed to the polymerization reactor, or the metallocene catalyst containing the metallocene corrpound (A) 
which is preliminarily prepared, may be added to the polymerization reaction system. 

In the preparation of the metallocene catalyst hydrocarbon media which are inert to the catalyst components can 
be employed. Examples of the inert hydrocarbon media include aliphatic hycfrocarbons, such as propane, butane, pen- 
tane, hexane, heptane, octane, decane. dodecane and kerosine; alicyclic hydrocarbons, such as cyclopentane, cydohex- 
ane and methylcyctapentane; aromatic hydrocarbons, such as benzene, toluene and xylene; and halogenated 
hydrocarbons, such as ethylene chloride, chlorobenzene and dichloromethane. These hydrocarbons may be used in 
combination. 

The metallocene compound (A), the organoaluminum oxy-compound (B), the compound (C) which forms an ion 
pair and the organoaluminum compound (D) can be contacted with each other at a temperature of usually -100 to 200 
°C, preferably -70 to 1 00 °C. . 

In the invention, copolymerization of the ethylene (a), the a-olefin of 3 or more carbon atoms (b) and the noncon- 
jugated polyene (c) can be carried out under the conditions of a temperature of usually 40 to 200 °C, preferably 50 to 
150 °C. particularly preferably 60 to 120 °C, and a pressure of atmospheric pressure to 100 kg/cm 2 , preferably atmos- 
pheric pressure to 50 kg/cm 2 , particularly preferably atmospheric pressure to 30 kg/cm 2 . 

Although the copolymerization reaction can be performed by various processes, preferred is a solution polymeriza- 
tion process. In the solution polymerization process, the aforesaid hydrocarbons are employable as the polymerization 
solvents. 

The copolymerization can be carried out either batchwise. semicontinuously or continuously, but it is preferably 
earned out continuously. The polymerization can be conducted in two more stages having different reaction conditions. 

The above-described specific random copolymer is obtained by the present invention, and the molecular weight of 
this random copolymer can be regulated by varying the polymerization conditions such as polymerization terrperature 
or controlling the amount of hydrogen (molecular weight regulator). 

The reaction product immediately after the polymerization is recovered from the polymerization solution by a known 
separation or recovery method, and then dried to obtain a solid random copolymer. 



35 



40 



45 



SO 



13 

BNSDOC1D: <EP 071B324A2J_> 



EP 0 718 324 A2 



Modified random copolymer 

In the invention, the ethylene-a-olefin-nonconjugated polyene random copolymer may be graft modified with polar 
monomers. 

5 The polar monomers include hydroxy! group-containing ethylenic unsaturated compounds, amino group-containing 
ethylenic unsaturated compounds, epoxy group-containing ethylenic unsaturated compounds, aromatic vinyl com- 
pounds, unsaturated carboxylic acids or their derivatives, vinyl ester compounds and vinyl chloride 
Examples of the hydroxyl group-containing ethylenic unsaturated compounds include: 
(meth)acrylates. such as hydroxyethyl (meth)acrylate, 2-hydroxypropyl (meth)acrylate, 3-hydroxypropyl 
70 (meth)acrylate, 2-hydroxy-3-phenaxypropyl (meth)acrylate, 3-chloro-2-hydroxypropyl (meth)acrylate. glycerol 
monotmethjacrylate, pentaerychritol mono(meth)acrylate, trimethylolpropane mono(meth)acrylate, tetramethylolethane 
mono(meth)acrylate. butanediol mono(meth)acrylate, polyethylene glycol mono(meth)acrytate and 2-(6-hydroxyhex- 
anoyloxy)ethyl acrylate; and 

10-undecen-1-ol. 1-octene-3-ol, 2-methanolnorbornene, hydroxystyrene, hydroxyethyl vinyl ether, hydroxybutyl 
is vinyl ether, N-methylolacrylamide, 2-(meth)acryloyloxyethyl acid phosphate, glycerol monoallyl ether, allyl alcohol, ally- 
loxyethanoi, 2-butene-i,4-diol and glycerol monoalcohcl. 

The amino group-containing ethylenic unsaturated compound is, for example, a vinyl monomer having at least one 
amino group or substituted amino group represented by the following formula: 



20 



25 



- N 

\ R 32 



wherein R 31 is hydrogen, methyl or ethyl, and R 32 is hydrogen, an alkyl group of 1 to 12 carbon atoms (preferably 1 to 
30 8 carbon atoms) or a cycloalkyl group of 6 to 12 carbon atoms (preferably 6 to 8 carbon atoms). The alkyl group and 
the cycloalkyl group may have a substituent 

Examples of the amino group-containing ethylenic unsaturated compounds include: 
alkyl ester derivatives of acrylic acids or methacrylic acids, such as aminoethyl (meth)acrylate, propylaminoethyl 
(meth)acrylate, dimethylaminoethyl methacrylate, aminopropyl (meth)acrylate, phenylaminoethyl methacrylate and 
35 cydohexylarhinoethyl methacrylate; 

vinylamine derivatives, such as N-vinyldiethylamine and N-acetyivinylamine; 

allylamine derivatives, such as allylamine, methacrylamine. N-methylacrylamine, N,N-dimethylacrytamine and 
N, N-dimethyiaminopropylacrylamine; 

acrylamide derivatives, such as acrylamide and N-methylacrytamide; 
40 aminostyrenes, such as p-arrinostyrene; and 

6-aminohexylsuccinimide and 2-aminoethylsuccinimide. 
The epoxy group-containing ethylenic unsaturated compound employable in the invention is a monomer having at 
least one polymerizabte unsaturated bond and at least one epoxy group in one molecule. 
Examples of such epoxy group-containing ethylenic unsaturated compounds include: 
45 glycidyi acrylate and glycidyt methacrylate; 

dicarboxylic acid mono- and alkylglycidyl esters (number of carbon atoms of the alkyl group in the case of monogly- 
cidyl esters: 1-12), such as mono- and diglycidyl esters of maJeic acid, mono- and glycidyi esters of f umaric acid, mono- 
and diglycidyl esters of crotonic acid, mono and diglycidyl esters of tetrahydrophthalic acid, mono- and diglycidyl esters 
of itaconic acid, mono- and diglycidyl esters of butenetricarboxyiic acid, mono- and diglycidyl esters of citraconic acid, 
so mono- and diglycidyl esters of endo-cis-bicyclo[2.2, 1 )hept-5-ene-2,3-dicarbaxylic acid (nadic acid™ 1 ), mono- or diglycidyl 
esters of endo«as-bicycto[2,2.1]hept-5^ne-2-m acid (methylnadic acid™), and mono- and diglyci- 

dyl esters of allylsuccinic acid; and 

alkyl glycidyi ester of p-styrenecarboxylic acid, allyl glycidyi ether, 2-methylallyl glycidyi ether, styrene-p-glycidyl 
ether, 3.4-epoxy-1-butene. 3.4-epoxy-3-methyi-1 -butene. 3.4-epoxy-l-perrtene, 3.4-epoxy-3-methyl-1-pentene. 5.6- 
55 epoxy-1-hexene and vinylcyclohexene monoxide. 
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wherein R 41 and R 42 are each independently hydrogen or an alky* group of 1 to 3 carbon atoms (e.g., methyl, ethyl 
propyl or isopropyl), 

is R 43 is a hydrocarbon group of 1 to 3 carbon atoms (e.g., methyl, ethyl, propyl or isopropyl) or a halogen atom 

(ag., chlorine, bromine or iodine), and 

n is an integer of usually 0 to 5, preferably 1 to 5. 
Examples of the aromatic vinyl compounds include styrene. a-methylstyrene, o-methylstyrene, p-methylstyrene, m- 
methylstyrene, p-chlorostyrene, m-chlorostyrene, p-chloromethylstyrene, 4-vinylpyridine, 2-vinylpyridine, 5-ethyl-2- 
vinylpyridine, 2-methyl-5-vinylpyridine, 2-isopropenylpyridine, 2-vinylquinoline, 3-vinylisoquinoline, N-vinylcarbazole and 
N-vinylpyrrolidone. 

Employable as the unsaturated carboxylic acids are unsaturated carboxylic acids, such as acrylic acid, methacrylic 
acid, maleic acid, fumaric acid, tetrahydrophthalic acid, itaconic acid, citraconic acki, crotonic acid, isocrotonic acid 
norbornenedicarboxylic acid and bicydo[2,2.l]hept.2-ene.5,6Kiicarboxylic acid; and derivatives of these acids (eg ' 
25 acid anhydrides, acid halides. amides, imides and esters). 

Particular examples of the derivatives include malenyl chloride, malenylimide. maleic anhydride, itaconic anhydride 
citraconic anhydride, tetrahydrophthalic anhydride. bicycto[2 t 2.1]hept-2-ene-5.6-dicarboxylic anhydride, dimethyl 
maleate, monomethyl maleate. diethyl maleate. diethyl fumarate. dimethyl rtaconate. diethyl citraconate, dimethyl tet- 
rahydrophthalate, dimethyl bicyclo(2,2,1]hept-2-ene-5.6-dicarbQxylate. hydroxyethyl (meth)acrylate, hydroxypropyl 
30 (meth)acrylate, glycidyl (meth)acrylate. aminoethyl methacrylate and aminopropyl methacrylate. 

Of these, preferred are (meth)acrylic acid, maleic anhydride, hydroxyethyl (meth)acrylate, glycidyl methacrylate and 
aminopropyl methacrylate. 

Examples of the vinyl ester compounds include vinyl acetate, vinyl propionate, vinyl n-bulyrate. vinyl isobutyrate 
vinyl pivalate. vinyl caproate. vinyl versatate. vinyl laurate, vinyl stearate. vinyl benzoate, vinyl p-t-butylbenzoate vinyl 
35 salicylate and vinyl cydohexanecarboxylate. 

Preparation of modified random copolymer 

The modified random copolymer is obtained by graft polymerizing the random copolymer with the polar monomer. 
In the graft polymerization of the random copolymer with the polar monomer, the polar monomer is used in an amount 
of usually 1 to 100 parts by weight, preferably 5 to 80 parts by weight, based on 100 parts by weight of the random 
copolymer. 

The graft polymerization is generally performed in the presence of a radical initiator. 
The radical initiator is. for example, organic peroxide or an azo cornpound. 

Examples of the organic peroxides include dicumyl peroxide, di-t-butyl peroxide, 2,5<Jimethyl-2,5-bis(t-butylper- 
oxy)hexane, 2,5^metrry|.2,5^is(rtutylperoxy)hexyne-3, 1.3^is(t*utylperoxyisopropyI)benzene f 1,1H»s(t-butytper- 
oxy)valerate. benzoyl peroxide, t-butyl peroxybenzoate, acetyl peroxide, isobutyryl peroxide, octanoyl peroxide, decanoyl 
peroxide, lauroyl peroxide, 3,5,5-trimethylhexanoyl peroxide. 2,4-dichlorobenzoyl peroxide and m-toluyl peroxide. 
Examples of the azo compounds include azoisobutyronitrile and dimethylazoisobutyronrtrile. 
The radical initiator is desirably used in an amount of about 0.001 to 10 parts by weight based on 100 parts by 
weight of the random copolymer. 

The radical initiator can be used by mixing it with the random copolymer and the polar monomer, or can be used 
after dissolving it in a s mall amount of an organic solvent. As the organic solvent any organic solvents can be used 
without specific limitation as far as they can dissolve the radical initiator. For example, there can be used aromatic 
hydrocarbon solvents, such as benzene, toluene and xylene; aliphatic hydrocarbon solvents, such as pentane. hexane. 
heptane, octane, nonane and decane; aiicydic hydrocarbon solvents, such as cydohexan , methylcydohexane and 
decahydronaphthaiene; chlorinated hydrocarbon solvents, such as chlorobenzene. dichlorobenzene, tricWorobenzene. 
methylene chloride, chloroform, carbon tetrachloride and tetrachloroethylene; alcohol solvents, such as methanol, eth- 
anol, n-propanol, iso-propanol, n-butanol, sec-butanol and tert-butanol; ketone solvents, such as acetone, methyl ethyl 
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ketone and methyl isobutyl ketone; ester solvents, such as ethyl acetate and dimethyl phthalate; and ether solvents 
such as dimethyl lather, diethyl ether, di-n-amyl ether, tetrahydrofuran and dioxyanisol. 

In the graft polymerization of the random copolymer with the polar monomer, a reducing material may be used By 
the use of the reducing material, the graft quantity of the polar monomer can be increased. 
s The reducing material includes not only iron (II) ion, chromium ion, cobalt ion, nickel ion, palladium ion, sulfite 
hydroxylamine and hydrazine but also compounds containing groups such as -SH, S0 3 H, -NHNH 2 , -COCH(OH)- 

Examples of such reducing materials include ferrous chloride, potassium bichromate, cobalt chloride, cobalt naph- 
thenate, palladium chloride, ethanolamine, diethanolamine, N.N-cfimethylaniline, hydrazine, ethylmercaptan benze- 
nesuHonic acid and p-toluenesulfbnic acid. 
10 The reducing material may be used in an amount of usually 0.001 to 5 parts by weight, preferably 0 1 to 3 parts by 
weight, based on 1 00 parts by weight of the random copolymer. 

The graft modification of the random copolymer with the polar monomer can be carried out by a conventional known 
method. For example, the random copolymer is dissolved in an organic solvent, and to the solution are added the polar 
monomer and the radical initiator to perform reaction at a temperature of 70 to 200 °C. preferably 80 to 190 °C, for a 
15 reaction time of 0.5 to 15 hours, preferably 1 to 10 hours. 

As the organic solvent, any organic solvents can be used without specific limitation as far as they can dissolve the 
random copolymer. For example, aromatic hydrocarbon solvents, such as benzene, toluene and xylene, and aliphatic 
hydrocarbon solvents, such as pentane, hexane and heptane, are employable. 

The modified random copolymer can be also prepared by causing the random copolymer to react with the polar 
20 monomer in the absence of any solvent using an extruder or the like. In this case, the reaction is desirably conducted 
at a temperature not lower than the melting point of the random copolymer, specifically 1 20 to 250 °C. for a reaction time 
of 0.5 to 10 minutes. 

The modification quantity of the modified random copolymer thus obtained (i.e. . graft quantity of the polar monomer) 
is desirably in the range of usually 0.1 to 50 % by weight, preferably 0.2 to 30 % by weight. 

25 

Vulcanizable mhhar composition 

The vulcanizable rubber composition of the invention which contains the above-described ethylene-a-olefin-non- 
conjugated polyene random copolymer may be used in the unvulcanized state, but if the composition is used as its 
30 vulcanizate, much more improved properties can be exhibited. 

The vulcanizable rubber composition of the invention can be vulcanized by heating ft using a vulcanizing agent or 
by irradiating it with electron rays without using a vulcanizing agent. 

The vulcanizable rubber composition of the invention may appropriately contain other components than the ethylene- 
ctK>lefin-nonconjugated polyene random copolymer according to the use application, and it is desired the ethylene-a- 
olef in-nonconjugated polyene random copolymer is contained in an amount of not less than 20 % by weight, preferably 
not less than 25 % by weight, based on the whole amount of the rubber composition. 

Examples of the other components include various chemicals such as reinforcing agent, inorganic filler, softening 
agent, aging inhibitor (stabilizer), processing aid. compounds which constitute foaming system (e.g.. foaming agent and 
foaming aid), plasticizer, colorant, blowing agent and other rubbers. The kinds and the amounts of these components 
are properly determined according to the use application. Of these, preferably used are reinforcing agent, inorganic filler 
and softening agent. Details of these components are described below. 

Reinforcing aaent and inorganic filter 



35 



40 



45 Examples of the reinforcing agents include carbon black such as SRF, GPF, FEF, MAF, HAF, ISAF, SAF, FT and MT, 
^icate UaCk SUrfaCe ~ treat6d silane COUPES a 9ents. silica, activated calcium carbonate, powdery talc and powdery^ 

Examples of the inorganic fillers include light calcium carbonate, heavy calcium carbonate, talc and clay. 
In the rubber composition of the invention, the reinforcing agent and/or the inorganic filler may be contained in an 
so amount of 1 0 to 300 parts by weight, preferably 1 0 to 200 parts by weight, based on 1 00 parts by weight of the ethyiene- 
a-olef in-nonconjugated polyene random copolymer. 

From the nitoer composition containing the reinforcing agent in the above-mentioned amount, a vulcanized rubber 
improved in mechanical properties such as tensile strength, tear strength and abrasion resistance can be obtained 
If the inorganic tiller is added in the above-mentioned amount, the hardness can be raised without deteriorating 
55 other properties of the vulcanized rubber, and the cost can be reduced. 
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Softening agent 

As the softening agents, those conventionally added to rubbers can be widely used, and examples thereof include: 
petroleum type softening agents, such as process oil, lubricant, paraffin, liquid paraffin, petroleum asphalt and 
5 vaseline; 

coal tar type softening agents, such as coal tar and coal tar pitch; 

fatty oil type softening agents, such as castor oil, linseed oil, rapeseed oil and coconut oil; 

waxes, such as tall oil, factice, beeswax, carnauba wax and lanolin; 

fatty acids and fatty acid salts, such as ricinolic acid, palmitic acid, barium stearate. calcium stearate and zinc 
10 laurate; and 

synthetic polymer materials, such as petroleum resin, atactic polypropylene and cumarone-indene resin. 
Of these, preferred are petroleum type softening agents, and particularly preferred is process oil. 
The softening agent can be contained in the rubber composition of the invention in an amount of 1 0 to 200 parts by 
weight, preferably 10 to 150 parts by weight, particularly preferably 10 to 100 parts by weight, based on 100 parts by 
is weight of the ethylene-a-olef in-nonconjugated polyene random copolymer. 

Aging inhibitor 

The rubber composition of the invention preferably contains an aging inhibitor because the material life can be 
lengthened. 

Examples of the aging inhibitors include: 
aromatic secondary amine type stabilizers, such as phenylnaphthylamine, 4,4'-(a,a-dimethyibenzyl)diphe- 
nytamine and N,N'-di-2-naphthyl^-phenylenediamine; 

phenolic type stabilizers, such as 2,6-di-t-butyl-4-methylphenoI and tetrakis-Imethylene-S-tS'.S'-di-t-butyl^. 
hydroxyphenyOpropionate]methane; 

thioether type stabilizers, such as bis[2-methyl-4-(3-n*lkyM 
benzomidazole type stabilizers, such as 2-mercaptobenzomidazole; 
dithiocarbamate type stabilizers, such as nickel dibutyidrthiocarbamate; and 
quinoline type stabilizers, such as polymer of 2,2.4-trimethyl-1,2-dihydroquinoline. 
These stabilizers may be used in combination of two or more kinds. 

The aging inhibitor can be used in an amount of not more than 5 parts by weight, preferably not more than 3 parts 
by weight, based on 100 parts by weight of the ethylene-a-olef in-nonconjugated polyene random copolymer. 

Processing aid 

As the processing aids, those conventionally added to rubbers can be widely used. Examples thereof include various 
acids, such as ricinolic acid, stearic acid, palmitic acid and lauric acid; salts of these higher fatty acids, such as barium 
stearate, zinc stearate and calcium stearate; and esters. 

Tne processing aid can be used in an amount of not more than 1 0 parts by weight, preferably not more than 5 parts 
by weight, based on 100 parts by weight of the ethylene-a-olef in-nonoonjugated polyene random copolymer. 

vMtpanizinq gqent 

When the rubber composition of the invention is vulcanized by heating, compounds which constitute vulcanization 
system, such as a vulcanizing agent, a vulcanization accelerator and a vulcanization aid, are generally added to the 
rubber composition. 

Examples of the vulcanizing agents employable herein include sulfur, surfur compounds and organic peroxides. 
There is no specific limitation on the type of sulfur, and for example, powdery sulfur, precipitated sulfur, colloidal 
sulfur, surface-treated sulfur and insoluble sulfur can be employed. 

Examples of the sulfur compounds include sulfur chloride, sulfur dichloride. high-molecular weight pdysulf ide, mor- 
pholine dsurfide. alkytphenol disulfide, tetramethytthiuram disulfide and selenium dimethyldithiocarbamate. 
Examples of the organic peroxides include: 
alkyl peroxides, such asdicumyl peroxide, di-t-butyl peroxide. di-t-butylperaxy-3.3.5-tri t-butyi- 
cumyl peroxide, cfi-t-amyl peroxide. 2.5^imethyl-2.5Kji(t-butytperoxy)hexyne-3. 2,S<limethyl-2.S<li(benzoytperaxy)hex- 
ane. 2.5-dimethyl-2.Sdi(t-butylperQxy)hexane, o.a'-bistt-butylperoxy-m-isopropyObenzene and t-butyl hydroperoxide; 

peroxy esters, such as t-butyl peroxyacetate, t-butyl peroxyisobutyrate. t-butyl peroxypivalate. t-butytperoocymaleic 
acid, t-butyl peroxyneodecanoate, t-butyl peroxyb nzoate. and di-t-butyf peroxyphthalate; and 
ketone peroxides, such as dicyclohexanone peroxide. 
These vulcanizing agents may be used in combination of two or more kinds. 
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Of these, preferred are organic peroxides having a temperature, at which the half-life period thereof corresponds to 
one minute; of 1 30.to 200 *C, for example, cficumyl peroxide, di-t-butyl peroxide, di-t^utylperoxy-3,3 t 5-trimethylcyclohex. 
ane, t-butylcumyl peroxide, di-t-amyl peroxide and t-butyl hydroperoxide. 

When the vulcanizing agent is sulfur or the sulfur compound, it is used in an amount of 0.1 to 10 parts by weight 
preferably 0.5 to 5 parts by 

copolymer. When the vulcanizing agent is organic peroxide, it is used in an amount of 0.0003 to 0 05 mol preferably 
0.001 to 0.03 mol, based on 100 g of the ethylene-a-olefin-nonconjugated polyene random copolymer. 

Vglpanizatipn accelerator 

When sulfur or the sulfur conpound is used as the vulcanizing agent, a vulcanization accelerator is preferably used 
in combination. 

Examples of the vulcanization accelerators include: 
sulfenamide compounds, such as N-cyclohexyl-2-benzothiazole sulfenamide, N-oxydiethylene-2-benzothiazole 
15 sulfenamide and N,N-diisopropyl-2-benzothiazole sulfenamide; 

ihiazoie compounds, such as 2-mercaptobenzothiazole, 2-{2,4-dinitrophenyi)mercaptobenzothiazo!e 2(2 6-die- 
thyl-4-morpholmothio)benzothiazole, dibenzothiazyl disulfide and 2-(4'-morpholinodithio)benzothiazole; 

guanidine compounds, such as diphenylguanidine, triphenylguanidine, diorthonitrileguanidine. orthonitrile bigua- 
nideanddiphenylguanidinephthalate; 

aldehyde amines or aldehyde-ammonia compounds, such as acetaldehyde-aniline reaction product butylakJe- 
hyde-aniline condensate, hexamethylenetetramine and acetaldehyde ammonia; 
imidazoline compounds, such as 2-mercaptoimidazoline (ethylenethiourea); 

, , _. thi0Urea ^"Vovrts, such as thiocarbanilide, diethylthiourea, dibutylthiourea, trimethylthiourea and diortho- 
tolylthiourea; 

25 ^ u ** urBm compounds ' such as tetramethytthiuram monosulfide, tetramethytthiuram disulfide, tetraethylthiuram 
disulfide, tetrabutylthiuram disulfide and pentamethylenethiuramtetrasulfide; 

dithio acid salt compounds, such as zinc dimethyldithiocarbamate. zinc diethyldithiocarbamate. zinc di-n- 
butyldrthiocarbamate, zinc ethylphenyWrthiocabamate. zinc butylphenyldithiocarbamate. sodium dimethyldithiocar- 
bamate, selenium dimethyldithiocarbamate and tellurium dimethyldithiocarbamate; 
30 xanthate compounds, such as zinc dibutylxanthate; and 

zinc white. 

The vulcanization accelerator is desirably used in an amount of 0.1 to 20 parts by weight, preferably 0 2 to 10 parts 
by weight, based on 100 parts by weight of the ethylene-a-olefin-nonconjugated polyene random copolymer. 

35 Vdcanization aid (polyfunction^ mnn^) 

When the organic peroxide is used as the vulcanizing agent, a vulcanization aid (polyfunctional monomer) is pref- 
erably used m combination in an amount of 0.5 to 2 mol based on 1 mol of the organic peroxide, preferably in the almost 
. equimolar amount. 
40 Examples of the vulcanization aids include: 
sulfur; 

quinonedioxime compounds, such as p-quinonedioxime; 

(meth)acrylate compounds, such as trimethylolpropane triacrylate and polyethylene glycol dimethacrylate- 
allyl compounds, such as diallyl phthaJate and triallyl cyanurate; 
45 maleimide compounds, such as m-phenylene bismaleimide; and 

divinyibenzene. 

Of the above-mentioned vulcanizing agents, sulfur or the sulfur compound, particularly sulfur, is preferably used in 
the invention because the properties of the rubber composition of the invention can be exhibited. 

so Foaming aoent 

When the rubber composition of the invention contains a compound which constitutes foaming system, such as a 
foaming agent or a foaming aid, the composition can be subjected to foam molding. 

As the foaming agents, those generally used in the foam molding of rubbers can be widely used. Particular examples 
55 thereof include inorganic foaming agents, such as sodium bicarbonate, sodium carbonate, ammonium bicarbonate 
ammonium carbonate and ammonium nitrite; nitroso compounds, such as N.N'KJimethyl-N.N'Klinjtrosoterephthalamide 
and N.N^initrosopentamethylenetetramine; azo compounds, such as azodicarbonamjde, azobisisobutyronitril azo- 
cydohexyln^ suchasbenzenesul- 
fonylhydrazide, toluenesulfonyihydrazide. p,p'-oxybis(benzenesu}fony1hydrazide) and diphenylsulfone-3 3'- 
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disujtonylhydrazide; and azlde compounds, such as calcium azide, 4,4 : diphenyldisutfonyl azide and p-toluenesulfonyl 
. azide: ■'*"..■ 

Of these, preferred are nitroso compounds, azo compounds and azide compounds. 

The foaming agent can be used in an amount of 0.5 to 30 parts by weight, preferably 1 to 20 parts by weight, based 
s on 1 00 parts by weight of the ethylene-a-olef in-nonconjugated polyene random copolymer. From the rubber corrposition 
containing the foaming agent in the above amount, foamed products having an apparent specific gravity of 0.03 to 0.8 
g/cm 3 can be obtained. 

A foaming aid can be used in combination with the foaming agent. When the foaming aid is used in corrtoination, 
various effects such as lowering of decomposition temperature of the foaming agent, acceleration of decomposition 
10 thereof and uniformity of the resulting foam can be exerted. Examples of the foaming aids include organic acids, such 
as salicylic acid, phthalic acid, stearic acid and oxalic acid, urea and its derivatives. 

The foaming aid can be used in an amount of 0.01 to 10 parts by weight preferably 0.1 to 5 parts by weight, based 
on 100 parts by weight of the ethylene-a-olef in-nonconjugated polyene random copolymer. 

is Othqr rubber 

The rubber composition of the invention may be used by blending with other rubbers within limits no prejudicial to 
the objects of the invention. 

Examples of such rubbers include natural rubbers (NR); isoprene type rubbers, such as isoprene rubber (IR); and 
20 conjugated diene type rubbers, such as butadiene rubber (BR), styrene-butadiene rubber (SBR). acrylonitrile-butadien 
rubber (NBR) and chloroprene rubber (CR). 

Also employable are conventionally known ethylene-a-olefin copolymers, for example, ethylene-propylene random 
copolymer (EPR)and ethylene-a-olef in-nonconjugated polyene random copolymer except the aforementioned ethylene- 
a-olefin-nonconjugated polyene random copolymer such as EPDM. 
25 The vulcanizable rubber composition of the invention can be prepared from the ethylene-a-olef in-nonconjugated 
polyene random copolymer and the above-mentioned other components by conventional processes for preparing rubber 
blends. For example, the ethylene-a-defin-nonconjugated polyene random copolymer and other components are 
kneaded at 80 to 1 70 °C for 3 to 1 0 minutes using internal mixers such as Banbury mixer, kneader and intermixes then 
the vulcanizing agent and the vulcanization accelerator or the vulcanisation aid are added rf necessary, and the resulting 
30 mixture is kneaded using rolls (e.g.. open rolls) or a kneader at a roll temperature of 40 to 80 °C for 5 to 30 minutes, 
followed by rolling. Thus, a rubber composition (rubber Wend) in the form of usually ribbon or sheet can be obtained. If 
the temperature in the kneading process using the internal mixer is low, the vulcanizing agent, the vulcanization accel- 
erator and the foaming agent may be simultaneously kneaded. 

35 Vulcanized rubber 

. A vulcanizate (vulcanized rubber) of the rubber composition of the invention can be obtained by a process generally 
comprising preforming the unvulcanized rubber composition into a desired shape using various means such as an extru- 
sion molding machine, a calender roll, a press, an injection molding machine and a transfer molding machine, and 
40 simultaneously or thereafter heating the resulting preform in a vulcanizing bath or irradiating it with electron rays so as 
to perform vulcanization. 

When the rubber composition is vulcanized by heating, the rubber composition is preferably heated at a temperature 
of 150 to 270 °C tor 1 to 30 minutes using a heating bath of hot air, glass bead fluidized bed, UHF (ultrahigh frequency 
electromagnetic wave), steam or LCM (molten salt bath). 
45 Among such copolymer rubber compositions of the invention as mentioned above, a copolymer rubber corrposition 
containing organic peroxide as a vulcanizing agent is preferably used as a hot-air crosslinking copolymer rubber com- 
position. 

The hot-air crosslinking copolymer rubber composition which contains the ethylene-a-olef in-nonconjugated polyene 
random copolymer and the organic peroxide of specific amount based on the amount of the random copolymer can be 
so sufficiently cnosslinked by hot air, whereby a crosslinked product having low surface tackiness and containing no extraor- 
dinary foam inside can be obtained. Further, from the hot-air crossflnking copolymer rubber composition, a hot-air 
crosslinked product also excellent in resistance to setting (permanent compression set) and heat aging resistance (heat 
resistance) can be obtained. 

The hot-air crosslinking rubber composition contains the organic peroxide in the above-mentioned amount based 
55 on the amount of the ethylene-a-olef in-noncorqugated polyene random copolymer. This corrposition may contain other 
components in addition to the organic peroxide, and the composition preferably contains a vulcanization aid (polyfunc- 
tions! monomer). 

The vulcanizate (vulcanized rubber) of the hot-air crosslinking rubber composition can be generally obtained by a 
process comprising preforming the unvulcanized rubber blend described above by various methods such as methods 
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of using.extrusion molding machine or calendar roll to give a preform of desired shape and simultaneously heating the 
preform or thereafter introducing the preform into a vulcanizing bath and heating it therein. 

For heating the preformed vulcanized rubber blend in the vulcanizing bath, a method of using hot air, glass bead 
f luidized bed, UHF (ultrahigh frequency electromagnetic wave), steam or LCM (molten salt bath) can be employed, and 
the heating is preferably carried out at 120 to 270 °C for 1 to 30 minutes. 

In the preforming and vulcanization, a mold may be used or may not be used. If a mold is not used, preforrring and 
vulcanization of the rubber composition are generally carried out continuously. 

When the rubber composition is vulcanized by irradiation with electron rays without using a vulcanizing agent, the 
preformed rubber composition is irradiated with electron rays having energy of 0.1 to 10 MeV, preferably 0.3 to 2 MeV 
at an absorbed dose of 0.5 to 35 Mrad, preferably 0.5 to 1 0 Mrad. 

In the preforming and vulcanization, a mold may be used or may not be used. If a mold is not used, preforming and 
vulcanization of the rubber composition are generally carried out continuously. 

The rubber composition preformed and vulcanized as above (vulcanized rubber) can be used for automotive indus- 
trial parts such as weatherstrip, door glass run channel, window frame, radiator hose, brake parts and wiper Wade; 
industrial rubber products such as rubber roll, belt, packing and hose; electrical insulating materials such as anode cap 
and grommet; civil engineering and building materials such as building gasket and civil engineering sheet; and rubberized 
fabrics. 

The vulcanized foamed product obtained by foaming the rubber Wend containing the foaming agent under heating 
can be used for heat insulating materials, cushioning materials, sealing materials, etc. 

EFFECT OF THE INVENTION 

The ethylene-a-olef in-nonconjugated polyene random copolymer according to the invention is excellent in process- 
aWlity and mechanical properties such as vulcanization strength as well as in weathering resistance and ozone resist- 
ance. 

By the process for preparing an ethyiene-a-olef in-nonconjugated polyene random copolymer according to the inven- 
tion, an ethylene-a-olefin-nonconjugated polyene random copolymer excellent in processaWlity and mechanical prop- 
erties such as vulcanization strength, which was unobtainaWe by the conventional processes, can be prepared. 
Additionally, the process for preparing an ethylene-a-olef in-nonconjugated polyene random copolymer according to the 
invention is excellent in polymerization activity at high temperatures, and hence an ethylene-a-Wef in-nonconjugated 
polyene random copolymer can be efficiently prepared. 

The vulcanizaWe rubber composition of the invention which contains the above-mentioned specific ethylene-a-olef in- 
nonconjugated polyene random copolymer is excellent in mechanical strength, weathering resistance and ozone resist- 
ance as well as in processability. 

From the rubber composition of the invention, vulcanized rubber molded products or vulcanized rubber foamed 
products excellent particularly in those properties can be produced. 

EXAMPLE 

The present invention will be further described with reference to the following examples, but it should be construed 
that the invention is in no way limited to those exanrples. 

In the examples, the following metallocene compounds were used. 



<EP 071B324A2_I_> 



20 



EP0718324A2 

ZirponiumjpompoundA 

rac-Dimethyisilylene-bis{1 -(2-methyl-4-phenylindenyl)]zirconium dichloride 




Example 1 

Pre^pontact of zirconium compound with methylaluminoxane and prepar ation of catalyst solution 

The zirconium compound A of a predetermined amount and a toluene solution of methylaJuminoxane (1.2 
mg • atom/ml in terms of aluminum atom) were mixed by stirring at room temperature for 30 minutes in a dark place to 
prepare a toluene solution containing the zirconium compound A and methylaluminoxane. The Zr concentration in the 
toluene solution was 0.002 mmol/ml, and the methylaluminoxane concentration in the solution was 1 .2 mg • atom/ml in 
terms of aluminum atom 

To the toluene solution was then added hexane in an amount of five times in volume as much as the toluene with 
stirring to prepare a catalyst solution having the following Zr concentration and methylaluminoxane concentration The 
catalyst solution was used as a catalyst for the subsequent polymerization reaction. 
Zr concentration: 0.00033 mmol/ml (i.e., 0.33 mmoi/l) 

Methylaluminoxane concentration (in terms of Al atom): 0.20 mmol/mi (i.e., 200 rnmoi/I) 
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Polymerisation . 

In a 15-liter stainless steel polymerization reactor equipped with a stirrer, copolymerization of ethylene, propylene 
and 7-methyl-1 ,6-octadiene was continuously carried out in the following manner. 
s First to the polymerization reactor were continuously fed, through the top of the reactor, dehydrated and purified 
hexane at a feed rate of 3.17 l/hr, the mixed solution of the zirconium compound A and methylaluminoxane obtained 
above at a feed rate of 0.03 l/hr, a hexane solution of triisobutylaluminum (concentration: 1 7 mmol/l) at a feed rate of 0.3 
l/hr and a hexane solution of 7«methyl-1 ,6-octadiene (abbreviated to "MOD") (concentration: 0. 1 5 //I at a feed rate of 1 .5 
l/hr. 

10 Further, to the reactor were continuously fed. through the top thereof, ethylene at a feed rate of 200 l/hr and propylene 

at a feed rate of 200 l/hr. The copolymerization reaction was carried out at 60 °C in such a manner that the average 

residence time became one hour (i.e. , scale of polymerization: 5 liters). 

Then, to the polymerization solution drawn out through the bottom of the reactor was added a small amount of 

methanol so as to terminate the polymerization reaction. The polymerization solution was subjected to a steam stripping 
15 treatment to separate a copolymer produced from the solvent, and the copolymer was dried at 1 00 °C for 24 hours under 

reduced pressure (100 mmHg). 

Thus, an ethylene-propylene-7-methyl-1 ,6-octadiene random copolymer was obtained in an amount of 330 g per 
hour. 

In the copolymer obtained, the molar ratio of units derived from ethylene to units derived from propylene was 70/30 
20 (ethylene/propylene), the iodine value was 22 (g-iodine/100 g-polymer), and the intrinsic viscosity (t|) as measured in 
decalin at 135 °C was 2.6 dl/g. The glass transition temperature of the copolymer was -61 °C, and the gi\* and g 1 values 
thereof were 0.63 and 0.70, respectively. 

In determing the g' value, Waters ALC/GPC 150C was used as GPC, and GMH-HT and GMH-HTL (both manufac- 
tured by Toso K.K) were used columns. 
25 The results are set forth in Table 1 . 

. Examples 2 - 7 

An ethylene-a-olefin-nonconjugated polyene random copolymer was obtained in the same manner as in Example 
30 1 except that the copolymerization reaction was carried out under the polymerization conditions shown in Table 1 in 
place of the conditions of Example 1. 
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•The results are set forth in Table 1 . 
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QopTpaj^tive Example 1 

In a 2-liter polymerization reactor equipped with a stirrer, copoiymerization of ethylene, propylene and ethyl idenenor- 
bornene (ENB) was continuously carried out in the following manner. 
5 To the polymerization reactor were continuously fed, through the top of the reactor, a hexane solution of ENB (con- 
centration: 36 g/l) at a feed rate of 0.5 l/hr, a hexane solution of VO(OC2H 5 )CI 2 (concentration: 8 mmol/l) as a catalyst 
at a feed rate of 0.5 (Air, a hexane solution of ethylaluminum sesquichloride [AI(C 2 H 5 ) 1 5 Ch >5 ] (concentration: 64 mmol/l) 
at a feed rate of 0.5 l/hr and hexane at a feed rate of 0.5 l/hr, while the polymerization solution was continuously drawn 
out through the bottom of the reactor so that the amount of the polymerization solution in the reactor was kept to be 1 liter. 
w Further, to the reactor were fed ethylene at a feed rate of 1 30 l/hr, propylene at a feed rate of 1 70 l/hr and hydrogen 
at a feed rate of 40 l/hr using a bubble tube. 

The copoiymerization reaction was carried out by circulating a cooling medium through a jacket provided outside 
of the reactor, with maintaining the temperature at 20 °C. 

The copoiymerization reaction was carried out under the reaction conditions as described above to obtain a polym- 
75 erization solution containing an ethylene-propylene ethylidenenorbornene copolymer. 

Then, the polymerization solution obtained was deashed using hydrochloric acid, and a large amount of methanol 
was added to precipitate a polymer, followed by vacuum drying at 100 °C for 24 hours. 

Thus, an ethyleneiDropylene-ethylidenenorbornene copolymer (rubber) was obtained in an amount of 53 g per hour. 

In the copolymer obtained, the molar ratio of units derived from ethylene to units derived from propylene was 72/28 
20 (ethylene/propylene), the iodine value was 21 (g-iodine/100 g-polymer), and the intrinsic viscosity (tj) as measured in 
decalin at 135 °C was 2.1 dl/g. The grf and g' values of the copolymer were 0.98 and 0.99, respectively. 

ft was confirmed that when the vanadium catalyst was used as above, the grj* and g' values became near to 1, so 
that no long-chain branch was formed. The results are set forth in Table 2. 

25 Exqmple 8 

Polymerization 

In a 15-liter stainless steel polymerization reactor equipped with a stirrer, copoiymerization of ethylene, propylene 
30 and 5-ethylidene-2-norbornene (also referred to "ENB") was continuously carried out in the following manner. 

First to the polymerization reactor were continuously fed. through the top of the reactor, dehydrated and purified 
hexane at a feed rate of 3.1 7 l/hr, the mixed solution of the zirconium compound A and methytaluminaxane obtained in 
Example 1 at a feed rate of 0.03 l/hr, a hexane solution of triisobutyialuminum (concentration: 17 mmol/l) at a feed rate 
of 0.3 l/hr and a hexane solution of ENB (concentration: 0.015 mmol/l) at a feed rate of 1.5 l/hr. 
35 Further, to the reactor were continuously fed. through the top thereof, ethylene at a feed rate of 200 l/hr and propylene 
at a feed rate of 200 l/hr. The copoiymerization reaction was carried out at 60 °C in such a manner that the average 
residence time became one hour (i.e., scale of polymerization: 5 liters). 

Then, to the polymerization solution drawn out through the bottom of the reactor was added a small amount of 
methanol so as to terminate the polymerization reaction. The polymerization solution was subjected to a steam stripping 
40 treatment to separate a copolymer from the solvent, and the copolymer was dried at 100 °C for 24 hours under reduced 
pressure (100 mmHg). 

Thus, an ethylene-propylene-ENB random copolymer was obtained in an amount of 70 g per hour. 
In the copolymer obtained, the molar ratio of units derived from ethylene to units derived from propylene was 70/30 
(ethylene/propylene), the iodine value was 22 (g-iodine/100 g-polymer), and the intrinsic viscosity (itf as measured in 
45 decalin at 135 °C was 2.3 dl/g. The gn* and g' values of the copolymer were 0.65 and 0.70. respectively. 
The results are set forth in Table 2. 

Exampte9-11 

so An ethylene-aolef in-polyene random copolymer was obtained in the same manner as in Example 8 except that th 
copoiymerization reaction was carried out under the polymerization conditions shown in Tabl e 2 in place of the conditions 
of Exarrpie 8. 
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The results are set forth in Table 2. 



Table 2 





Ex. 8 


Ex.9 


Ex. 10 


Ex. 11 


Comp. Ex. 1 


ct-Olefin 


Propylene 


Propylene 


1-Butene 


1-Butene 


Propylene 


Diene 


ENB 


ENB 


ENB 


ENB 


ENB 


Ethylene/ a-Olef in (molar ratio) 


70/30 


63/37 


78/22 


72/28 


72/28 


Iodine value 


22 


25 


21 


22 


21 




2.3 


2.7 


2.9 


2.5 


2.1 


gn* 


0.65 


0.57 


0.68 


0.62 


0.98 


g' 


0.70 


0.61 


0.72 


0.67 


0.99 


ENB: 5-Ethylktene-2-norbornene 



20 

The evaluation test methods of the ethylene-a-olefin-nonconjugated polyene random copolymer composition and 
the vulcanized rubber in the following examples are described below. 

(1) Properties of unvulcanized rubber 

25 

The properties of the unvulcanized rubber were measured in accordance with JIS-K-6300. 

(2) Tensile test 

30 From the upper part of the vulcanized tubular sponge rubber, a specimen was punched in the longitudinal direction 
of the sponge rubber by means of a dumbbell of No. 3 described in J IS-K-630 1 (1989). The specimen was subjected to 
a tensile test in accordance with JIS-K-6301 , Section 3, under the conditions of a measuring temperature of 25 °C and 
a tensile rate of 500 mm/min to measure tensile stress at break T B and elongation at break E B . 

35 (3) Measurement of specific gravity 

From the upper part of the vulcanized tubular sponge rubber a specimen of 20 mm x 20 mm was punched, and 
the surface of the specimen was wiped with alcohol to remove stain. The specimen was fixed to an automatic specific 
gravity hydrometer (M-l type, manufactured by Toyo Seiki Seisakusho) in an atmosphere of 25 °C, and the specific 
40 gravity of the specimen was measured from a difference between the mass in air and the mass in pure water. 

(4) Permanent compression set test 

The vulcanized tubular sponge rubber was cut to give a specimen of 30 mm, and the specimen was fixed to a 
45 permanent compression set measuring mold. The specimen was compressed so that the height of the specimen became 
1/2 of the height before application of a load. Then, the specimen with the mold was heat-treated in an oven at 70 °C 
for 200 hours. After the specimen was allowed to stand for cooling for 30 minutes, the height of the specimen was 
measured, and the permanent compression set of the specimen was calculated from the following equation. 

so Permanent compression set (%) = *° * 1 x 100 

X 0' X 2 

to: Height of specimen before test 

t 1 : Height of specimen after heat treatment and cooling for 30 minutes 

t 2 : Height of specimen in the state where specimen is fixed to measuring mold 

55 

(5) Measurement of shape retention 

The vulcanized tubular sponge rubber was measured on its sectional height and sectional width, and a ratio of the 
height to the width was taken as a shape retention ratio. 
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Shape retention ratio (%) = ^ x 100 

L: Height of tubular sponge rubber 
s D : Width of tubular sponge rubber 

(6) Measurement of surface roughness 

The surface roughness of the sponge rubber was evaluated by expressing the protrusions and depressions on the 
70 upper surface of the sponge rubber by numerals using a feeler type surface roughness measuring device. In detail, the 
tubular sponge rubber was cut to give a specimen having a length of 50 mm. Rom the total (h^ of the heights of ten 
protrusions of from the highest protrusion to the tenth protrusion from the highest one, the total (h 2 ) of the heights of ten 
depressions of from the deepest depression to the tenth depression from the deepest one was subtracted. The obtained 
value (h t ■ h2> was divided by 1 0, and the value finally obtained was taken as the surface roughness of the sponge rubber. 

75 

Example 12 

The ethytene-a-olefin-nonconjugated polyene random copolymer prepared in Example 8 and other components 
were blended in the amounts shown in Table 3 to prepare a rubber blend (rubber composition). 

so That is, the ethylene-a-olefin-nonconjugated polyene random copolymer, paraffinic oil, carbon black, stearic acid, 
dimethyidistearylammontum chloride and activated zinc white were kneaded in a 1.7-liter Banbury mixer (manufactured 
by Kobe Seikosho K.K.) for 10 minutes. To the kneadate were further added a vulcanizing agent and other additives, 
and they were kneaded in a 14-inch open roll (F/B = 50/50 °C) to obtain a rubber Wend. 

The rubber blend was then extruded using a 50 mm extruder equipped with a tubular die (inner diameter: 10 mm, 

25 thickness: 1 mm) under the conditions of a die temperature of 80 °C and a cylinder temperature of 60 °C. to produce a 
tubular molded product. The molded product was vulcanized at 220 °C for 6 minutes in an air oven to obtain a sponge 
rubber. The results are set forth in Table 4. 

Examples 13 -15 

30 

A rubber blend (rubber composition) was prepared in the same manner as in Example 12 except that the ethylene- 
a-olef in-nonconjugated polyene random copolymer was replaced with the ethylene-a-olef in-nonconjugated polyene ran- 
dom copolymer prepared in each of Examples 9 to 1 1 . Using the rubber blend, a sponge rubber was obtained in the 
same manner as in Example 12. The results are set forth in Table 4. 

35 

Qorrpqrjflive Example 2 

A rubber blend (rubber composition) was prepared in the same manner as in Example 12 except that the ethylene- 
a-olef in-nonconjugated polyene random copolymer was replaced with the ethyiene-a-olefin-polyene copolymer pre- 
40 pared in Comparative Examples 1 . Using the rubber Wend, a sponge rubber was obtained in the same manner as in 
Example 12; The results are set forth in TaWe 4. 
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Table 3 





Component 


Part(s) by weight 


Copolymer 


Ethylene-a-olef in-polyene random copolymer 


100 


Softening agent 


Paraffinic oil (Sunflex 2280 of Nippon Sun Petroleum K.K.) 


70 


Inorganic filler 


SRF-HS carbon black (Asahi 50HG of Asahi Carbon KK.) 


90 




Calcium oxide 


5 


Processing aid vulcanizing agent 


Stearic acid 


2 




Dimethyldistearyiammonium chloride 


2 




Sulfur 


1.5 


Vulcanization accelerator 


Activated zinc white 


5 




2-Mercaptobenzothiazole 


0.8 




2-(4'-Morpholinodithio)benzothiazole 


1.2 




Zinc dibutyldrthiocarbamate 


2 




Ethylene thiourea 


1 


Foaming agent 


p,p'-Oxybis(benzenesuffonyI hydrazide) 


3.5 



Table 4 





Ex 12 


Ex. 13 


Ex. 14 


Ex 15 


Comp. Ex. 2 


T B (kg/cm 2 ) 


23 


25 


26 


22 


21 


EbC*> 


250 


270 


260 


280 


240 


Specific gravity (g/cm 3 ) 


0.48 


0.52 


0.54 


0.49 


044 


Permanent compression set (%) 


32 


30 


33 


29 


34 


Shape retention (%) 


83 


85 


86 


81 


63 


Surface roughness 


9 


7 


8 


9 


14 



Claims 

1. An ethylene-a-olef in-nonconjugated polyene random copolymer which is a random copolymer of (a) ethylene, (b) 
an a-olefin of 3 or more carbon atoms and (c) a nonconjugated polyene containing, in one molecule, one carbon- 
to-carbon double bond polymenzable by a metal locene catalyst among carbon-to-carbon double bonds, and has 
the following properties: 

(i) said copolymer contains (a) units derived from ethylene and (b) units derived from the a-olefin of 3 or more 
carbon atoms in a molar ratio of 40/60 to 95/5 ((a)/(b)), 
pi) the iodine value is in the range of 1 to 50, 

fiii) the intrinsic viscosity (n). as measured in decalin at 135 °C, is in the range of 0.1 to 8.0 dl/g, and 
(iv) the ratio grf of the intrinsic viscosity (r\) of said copolymer defined above to the intrinsic viscosity hLank 
of a linear ethylene-propylene copolymer having the same weight^average molecular weight (measured by light 
scattering method) as the ethylene-a-olef in-nonconjugated polyene random copolymer and having an ethylene 
content of 70 % by mol, (nMn)biarto is in the range of 0.2 to 0.9. 
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2. Ari ethylene-a-olefln-nonconiugated polyene random copolymer which is a random copolymer of (a) ethylene, (b) 
an a-6lefin.of 3 or more carbon atoms and (c) a nonconjugated polyene containing, in one molecule, one carbon- 
to-cartoon double bond polymerizable by a metallocene catalyst among carbon-to-carbon double bonds and has 
the following properties: 

(i) said copolymer contains units derived from ethylene (a) and units derived from the olefin of 3 or more 
carbon atoms (b) in a molar ratio of 40/60 to 95/5 [(a)/(b)], 

(ii) the iodine value is in the range of 1 to 50, 

(Hi) the intrinsic viscosity (n) t as measured in decalin at 135 °C, is in the range of 0.1 to 8.0 dl/g. and 
(iv) the ratio g' of the intrinsic viscosity ft) of said random copolymer defined above to the intrinsic viscosity 
(nWnk* calculated as a linear ethylene-propylene copolymer having an ethylene content of 70 % by mol which 
is determined by measurement of gel permeation chromatography (QPC) of ethylene-a-olef in-nonconjugated 
polyene random copolymer in orthodichlorobenzen at 140 °C, (t|)/(tiW-. is in the range of 0.2 to 0.9. 

3. A process for preparing an ethylene-a-olefin-nonconjugated polyene random copolymer, in which the ethylene-a- 
olef in-nonconjugated polyene random copolymer as claimed in claim 1 or 2 is prepared using a metallocene catalyst 
containing a metallocene compound represented by the following formula (I): 
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R 3 


R 2 


/ M \ R 2 


R 3 

/k, R 4 


o 




- r 1 R'-<nI 


R 5 


R 6 




Y 


R 6 



(I) 



wherein M is a transition metal of Group IVB of the periodic table, 
R 1 is a hydrocarbon group of 1 to 6 carbon atoms, 

R 2 , R 4 , R 5 and R 6 may be the same as or different from each other, and are each hydrogen, a halogen atom 
or a hydrocarbon group of 1 to 6 carbon atoms, 

R 3 is an aryl group of 6 to 16 carbon atoms which may be substituted with a halogen atom, a hydrocarbon 
group of 1 to 20 carbon atoms or an organosiiyl group, 

X 1 and X 2 may be the same as or different from each other, and are each hydrogen, a halogen atom, a 
hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocarbon group of 1 to 20 carbon atoms, an oxygen- 
containing group or a sulfur-containing group, and 

Y is a divalent hydrocarbon group of 1 to 20 carbon atoms, a divalent halogenated hydrocarbon group of 1 
to 20 carbon atoms, a divalent silicon-containing group, a divalent germanium-containing groi*>, a divalent tin-con- 
taining group. O-, -CO-, -S-, -SO-, -S0 2 -, -NR 7 -, -P(R 7 )-, -P(0)(R 7 )-, -BR 7 - or -AIR 7 - (R 7 is hydrogen, a halogen 
atom, a hydrocarbon youp of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms). 

A vulcanizable rubber composition containing the ethylene-a-olef in-nonconjugated polyene random copolymer as 
claimed in claim 1 or 2. 



u The vulcanizable obber composition as claimed in claim 4, containing a reinforcing agent and/or an inorganic filler 
in an amount of 10 to 200 parts by weight based on 100 parts by weight of the ethylene-a-o»efin-nonconjugated 
polyene random copolymer. 

i. The vulcanizable riitoer composition as claimed in claim 4, containing a softening agent in an amount of 10 to 200 
parts by weight based n 1 00 parts by weight of the ethylene-a-olef in-noncorqugated polyene random copolymer. 

A vulcanized nitoer obtained from the vulcanizable rubber composition as claimed in any one of claims 4 to 6. 
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(57) Disclosed is an ethylene-a-olefin-nonconju- 
gated polyene random copolymer which is a random 
copolymer of (a) ethylene, (2) an a-olefin of 3 or more 
carbon atoms and (c) a nonconjugated polyene contain- 
ing, in one molecule, one carbon-to-carbon double bond 
polymerizable by a metailocene catalyst among carbon- 
to-carbon double bonds, and has such properties that (0 
the copolymer contains (a) units derived from ethylene 
and (b) units derived from the a-olefin of 3 or more car- 
bon atoms in a molar ratio of 40760 to 95/5 ((a)/(b)), (ii) 
the iodine value is in the range of 1 to 50. (iii) the intrin- 
sic viscosity ft), as measured in decalin at 135 °C, is in 
the range of 0.1 to 8.0 dl/g, and (iv) the ratio gri* of the 
intrinsic viscosity (nj of the copolymer defined above to 
the intrinsic viscosity (n)wai* of a linear ethylene-propyl- 
ene copolymer having the same weight-average molec- 
ular weight (measured by light scattering method) as 
the ethylene-a-olefin-nonconjugated polyene random 
copolymer and having an ethylen content of 70 % by 
mol. fa)/(Ti)btank. » in the range of 0.2 to 0.9 or the ratio 
9' of the intrinsic viscosity (n) of said random copolymer 
defined above to th intrinsic viscosity (nWic of a lin- 
ear ethylene-propylene copolymer having and ethylene 
content of 70 % by mol which is determined by meas- 
urement of gel permeation chromatography (GPC) of 



ethylene-a-olefin-nonconjugated polyene random 
copolymer in orthodichlorobenzene at 140 °C. 
fayftW**. is in the reange of 0.2 to 0.9. Also disclosed 
are a process for preparing the random copolymer and 
a vuicanizable rubber composition containing the ran- 
dom copolymer. The ethylene-a-olefin-nonoonjugated 
polyene random copolymer and the rubber composition 
are excellent in weathering resistance, ozone resist- 
ance, mechanical strength and processabilrty. 
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